JC10B8b^PC17FIO 2 J DEC ^oi\/ 



t 


- FILING BY "EXPRESS MAIL" 


UNDER 37 CFRLIO 


> 


"Express Mail" label mailing number 


tr) Inn In I 

Date of Deposit 



Form PTO-1390 U. S. Department of Commerce Patent and Trademark Office 
(REV 10-95) 

TRANSMITTAL LETTER TO THE UNITED STATES 
DESIGNATED/ELECTED OFFICE (DO/EO/US) 
CONCERNING A FILING UNDER 35 U.S.C. 371 


ATTORNEY'S DOCKET NUMBER 

PP/1-22042/A/CGM 499/PCT 


U.S. APPLICATION NO. (if known, see 37 CFR 1.5) 

1 0/0196r8 


INTERNATIONAL APPLICATION NO. INTERNATIONAL FILING DATE 
PCT/EP 00/05899 June 26, 2000 


PRIORITY DATE CLAIMED 
July 2,1999 


TITLE OF INVENTION 

Mono and multifunctional alkoxyamines for the preparation of functionalized macromers 


APPLICANT(S) FOR DO/EO/US 

Andreas Kramer, Peter Nesvadba, Marie-Odile Zink and Wiebke Wunderlich 



Applicant herewith submits to the United States Designated/Elected Office (DO/EO/US) the following items and other information: 



igEI This Is a FIRST submission of Items concerning a filing under 35 U.S.C. 371 . 

2gn This is a SECOND or SUBSEQUENT submission of items concerning a filing under 35 U.S.C. 371 . 

This express request to begin national examination procedures (35 U.S.C. 371(f) at any time rather than delay examination 
until the expiration of the applicable time limit set in 35 U.S.C. 371(b) and PCT Articles 22 and 39 (1 ). 
4^0 A proper Demand for International Preliminary Examination was made by the 19th month from the earliest claimed priority 
'-^ date. 

^7-0 A copy of the International Application as filed (35 U.S.C. 371 (c)(2)) 

iS a. □ is transmitted herewith (required only if not transmitted by the International Bureau). 

b. 0 has been transmitted by the International Bureau. (See attached Form PCT/IB/308) 

c. □ is not required, as the application was filed in the United States Receiving Office (RO/US). 
6i iD A translation of the International Application into English 35.U.S.C. 371 (c)(2)). 

iJsEf Amendments to the claims of the International Application under PCT Article 1 9 (35 U.S.C.371 (c)(3)). 

a. □ are transmitted herewith (required only if not transmitted by the Intemational Bureau). 
!^ b. □ have been transmitted by the International Bureau. 

'r: c. □ have not been made; however, the time limit for making such amendments has NOT expired. 

d. 0 have not been made and will not be made. 

8. □ A translation of the amendments to the claims under POT Article 1 9 (35 U.S.C. 371 (c)(3)). 
9.0 An oath or declaration of the inventor(s) (35 U.S.C. 371 (c)(4)). 

1 0. □ A translation of the annexes to the International Preliminary Examination Report under PCT Article 36 (35 U.S.C. 371 (c)(5)). 

items 11. to 16. below concem document(s) or information included. 

1 1 . □ An Information Disclosure Statement under 37 CFR 1 .97 and 1 .98. 

12. □ An assignment document for recording. A separate cover sheet in compliance with 37 CFR 3.28 and 3.31 is included. 

13. 0 A FIRST preliminary amendment. 

□ A SECOND or SUBSEQUENT preliminary amendment. 

14. □ A substitute specification. 

1 5. □ A change of power of attomey and/or address letter. 



16.0 



Other items or information: (See attached Form PCT/I$A/210) 



531 Rec'dPCT/PTC 20 DEC 2001 



. APPLICATh 



INTERNATIONAL APPLICATION NO. 

PCT/EP 00/05899 



ATTORNEY'S DOCKET NUMBER 

PP/1-22042/A/CGM 499/PCT 



1?. 13 The following fees are submitted: 
BASIC NATIONAL FEE (37 CFR 1.492(a) (1)-(5)): 

Search Report has been prepared by the EPO or JPO 

International preliminary examination fee paid to USPTO (37 CFR 1.482) 



No international preliminary examination fee paid to USPTO (37 CFR 1 .482) 
but international search fee paid to USPTO (37 CFR 1 .446(a)(2)) 



Neither International preliminary examination fee (37 CFR 1 .482) nor 
international search fee (37 CFR 1.445(a)(2)) paid to USPTO 



Intemational preliminary examination fee paid to USPTO (37 CFR 1 .482) 
and all claims satisfied provisions of PCT Article 33(2)-(4) 



$890.00 
$710.00 
$740.00 
$1040.00 
$100.00 



CALCULATiONS pro use only 



ENTER APPROPRIATE BASIC FEE AMOUNT = 


$890.00 




Surcharge of $1 30.00 for furnishing the oath of declaration later than □ 
nTionths from the earliest claimed priority date (37 CFR 1.492(e)). 


20 □ 30 


$ 




2 CLAIMS 


NUMBER FILED 


NUMBER EXTRA 


RATE 




Tefel claims 


27 - 20 = 


7 


X $18.00 


$126.00 




Ih'^ependent claims 


2 -3 = 


0 


X $84.00 


$ 




WgtfLTIPLE DEPENDENT CLAIM(S) (if applicable) 




+ $280.00 


$ 






TOTAL OF ABOVE CALCULATIONS = 


$1,016.00 




Rpductlon of 1/2 for filing by small entity, if applicable. Verified Small Entity Statement must also 
l^led (Note 37 CFR 1 .9, 1 .27, 1 .28). 


$ 












SUBTOTAL = 


$1,016.00 




Processing fee of $1 30.00 for furnishing the English translation later than □ 20 □ 30 
raMiths from the earliest claimed priority date (37 CFR 1 .492(f)). + 


$ 










TOTAL NATIONAL FEE = 


$1,016.00 




Rp for recording the enclosed assignment (37 CFR 1 .21(h)). The assignment must be 
gsiompanied by an appropriate cover sheet (37 CFR 3.28, 3.31). $40.00 per property + 


$ 




TOTAL FEES ENCLOSED = 


$ 














Amount to be: 
refunded 


$ 












charged 


$1,016.00 



a. D 

b. 0 

c. 13 



A check in the amount of $ 



to cover the above fees is enclosed. 



Please charge my Deposit Account No. 03-1935 in the amount of $1.016.00 to cover the above fees. 
A duplicate copy of this sheet is enclosed. 

The Commissioner is hereby authorized to charge any additional fees which may be required, or credit any overpayment to 
Deposit Account No. 03-1935. A duplicate copy of this sheet is enclosed. 

NOTE: Where an appropriate time limit under 37 CFR 1.494 or 1.495 has not been met, a petition to revive (37 CFR 1.137(a) or 
(b)) must be filed and granted to restore the application to pending status. 

PLEASE ASSOCIATE THE ATTACHED APPLICATION WITH CUSTOMER NUMBER 000324 AND SEND ALL CORRESPONDENCE TO: 

JoAnn Villamizar, Ciba Specialty Chemicals Corporation 

Patent Department 
540 White Plains Road 
P.O. Box 2005 
Tarrytown, NY 10591-9005 

date: nrc 2 Q ?Mi 




Tyler A. Stevenson, Agent for Applicants 

NAME 

Reg. No. 46.388 



Page 2 of 2 



41 6/97 



10/019618 

^ . . 531Reo'dra7PT: 2ODEC2001 

CASE PP/1 -22042/A/CGM 499/PCT 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 
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ALKOXYAMINES FOR THE PREPARATION 

OF FUNCTIONALIZED MACROMERS 

Commissioner for Patents 
Washington, D.C. 20231 

PRELIMINARY AMENDMENT 

Sir: 

Applicants submit this Preliminary Amendment to place the instant claims in better condition 
for examination on their merits. 

In the Claims 

Cancel claim 26. 

Please replace claims 2, 17 and 20 with the following amended claims: 

2. (amended) A compound of formula (I) or (III) according to claim 1, wherein Qi is derived 
from an unsubstituted or substituted triazine, from a mono or multifunctional alkylating agent, from a 
mono or polycarboxylic acid or acid derivative, from a mono or polyepoxide, from a mono or 
polylsocyanate or from POCI3, SO2CI2, BCI3 or SiCU. 
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17. (amended) A polymerizable composition, comprising 

a) at least one ethylenlcally unsaturated monomer or oligomer, and 

b) a compound of formula (I), (II) or (III) according to claim 1. 

20. (amended) A process for preparing an oligomer, a cooligomer, a polymer or a copolymer 
(block or random) by free radical polymerization of at least one ethylenlcally unsaturated monomer or 
oligomer, which comprises (co)polymerizing the monomer or monomers/oligomers in the presence of 
an initiator/regulator compound of formula (I), (II) or (III) according to claim 1 under reaction 
conditions capable of effecting scission of the 0-C bond to form two free radicals, the "C radical being 
capable of initiating polymerization. 

27. (new) A polymerizable composition, comprising 

a) at least one ethylenlcally unsaturated monomer or oligomer, and 

b) a compound of formula (IV), (V), (VI) or (VII) according to claim 16. 

28. (new) A process for preparing an oligomer, a cooligomer, a polymer or a copolymer 
(block or random) by free radical polymerization of at least one ethylenlcally unsaturated monomer or 
oligomer, which comprises (co)polymerizing the monomer or monomers/oligomers in the presence of 
an initiator/regulator compound of formula (IV), (V), (VI) or (VII) according to claim 16 under reaction 
conditions capable of effecting scission of the O-C bond to form two free radicals, the radical being 
capable of initiating polymerization. 
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Remarks 

Claims 26 is cancelled. Claims 2, 17 and 20 are amended. New claims 27 and 28 are added. 

An appendix is attacfied with marked-up versions of the amended claims. Additions are 
shown with underlining and deletions are shown with strike-through. 

No new matter is added. 

Favorable consideration of the present claims is respectfully awaited. 

Respectfully submitted, 



^1 




Ciba Specialty Chemicals Corp. Tyler A. Stevenson 

540 White Plains Road Agent for Applicants 

P.O. Box 2005 Reg. No. 46,388 
Tarrytown, NY 10591-9005 
Tel. (914)785-2783 
Fax (914)785-7102 

DEC 2 a 2001 

Attachment: Appendix to Preliminary Amendment 
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APPENDIX to PRELIMINARY AMENDMENT 
Marked-up Claims 



2. (amended) A compound of formula (I) or fill) according to claim 1 . wherein Qi is derived 
from an unsubstituted or substituted triazine, from a mono or multifunctional alkylating agent, from a 
mono or polycarboxylic acid or acid derivative, from a mono or polyepoxide, from a mono or 
polyisocyanate or from POCI3, SO2CI2, BCI3 or SiCU. 

17. (amended) A polymerizable composition, comprising 

a) at least one ethylenically unsaturated monomer or oligomer, and 

b) a compound of formula (I), (IOjoTt (III) , ( I V); (V), (VI) or (VII) according to claim 1 or 16 . 

20. (amended) A process for preparing an oligomer, a coollgomer, a polymer or a copolymer 
(block or random) by free radical polymerization of at least one ethylenically unsaturated monomer or 
oligomer, which comprises (co)polymerizing the monomer or monomers/oligomers in the presence of 
an initiator/regulator compound of formula (I), (11)^7 (III) , (IV) or (V) according to claim 1 or 16 under 
reaction conditions capable of effecting scission of the 0-C bond to form two free radicals, the 
radical being capable of initiating polymerization. 

27. (new) A polymerizable composition, comprising 

a) at least one ethylenically unsaturated monomer or oligomer, and 

b) a compound of fonnula (IV), (V), (VI) or (VII) according to claim 16. 

28. (new) A process for preparing an oligomer, a cooligomer, a polymer or a copolymer (block 
or random) by free radical polymerization of at least one ethylenically unsaturated monomer or 
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oligomer, which comprises (co)polymerizing the monomer or monomers/oligomers In the presence of 
an initiator/regulator compound of formula (IV), (V), (VI) or (VII) according to claim 16 under reaction 
conditions capable of effecting scission of the 0-C bond to form two free radicals, the radical being 
capable of initiating polymerization. 
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Mono and Multifunctional Alkoxvamines for the preparation of functionalized macromers 

The present invention relates to compounds having at least one, preferably multiple alkoxy- 
amine functionality and to their precursors. Further objects of the invention are a composition 
comprising an ethylenically unsaturated monomer or oligomer and the alkoxyamine 
compound, a process for polymerization and the use of multifunctional alkoxyamines in 
radical polymerization processes. 

The compounds of the present invention provide polymeric resin products having low 
polydispersity. The polymerization process proceeds with good monomer to polymer 
conversion efficiency. In particular, this invention relates to stable free radical-mediated 
polymerization processes which provide homopoiymers, random copolymers, block 
copolymers, muitiblock copolymers, graft copolymers and the like, at enhanced rates of 
polymerization and enhanced monomer to polymer conversions. 

The multifunctional alkoxyamines of the present invention are particularly useful for the 
preparation of block copolymers, star (co)polymers, comb (co)polymers or other (co)poly- 
mers where a specific polymer architecture is desired. 

Polymers or copolymers prepared by conventional free radical polymerization processes 
inherently have broad molecular weight distributions or polydispersities which are generally 
higher than about four. If a free radical polymerization process is to be used for producing 
narrow molecular weight distributions, then all polymer chains must be initiated at about the 
same time and termination of the growing polymer-chains by combination or disproportio- 
nation processes must be avoided . 

Conventional radical polymerization reaction processes pose various significant problems, 
such as difficulties in predicting or controlling the molecular weight, the polydispersity and 
the modality of the polymers produced. Furthermore, free radical polymerization processes 
in bulk of the prior art are difficult to control because the polymerization reaction is strongly 
exothermic and an efficient heat removal in the highly viscous polymer is mostly impossible. 
The exothermic nature of the prior art free radical polymerization processes often severely 
restricts the concentration of reactants or the reactor size upon scale-up. 
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Due to the above mentioned uncontrollable polymerization reactions, gel formation in 
conventional free radical polymerization processes are also possible and cause broad 
molecular weight distributions and/or difficulties during filtering, drying and manipulating the 
product resin. 

US-A-4 581 429 to Solomon et al., issued April 8, 1986, discloses a free radical polymeriza- 
tion process which controls the growth of polymer chains to produce short chain or oligo- 
meric homopolymers and copolymers, including block and graft copolymers. The process 
employs an initiator having the formula (in part) R'R"N-0-X, where X is a free radical species 
capable of polymerizing unsaturated monomers. The reactions typically have low conversion 
rates. Specifically mentioned radical R'R"N-0« groups are derived from 1,1,3,3 
tetraethylisoindoline, 1,1,3,3 tetrapropylisoindoline, 2,2,6,6 tetramethylpiperidine, 2,2,5,5 
tetramethylpyrrolidine or di-t-butylamine. However, the suggested compounds do not fulfill all 
requirements. Particulariy the polymerization of acrylates does not proceed fast enough 
and/or the monomer to polymer conversion is not as high as desired. 

US 5 627 248 and US 5 677 388 disclose difunctional alkoxyamines which contain 
additionally a cleaving bond, through which they can act as radical initiators such as for 
example azo initiators, disulfide initiators, peroxide initiators and sulfur containing chain 
transfer agents. 

However there is still a need for polymerization processes and for the preparation of narrow 
polydispersity polymeric resins with defined molecular weights using the economical free 
radical polymerization techniques. These polymerization processes will also control the 
physical properties of the polymers such as viscosity, hardness, gel content, processability, 
clarity, high gloss, durability, and the like. 

The initiators/regulators, the polymerization processes and resin products of the present 
invention are useful in many applications, including a variety of specialty applications, such 
as for the preparation of block copolymers which are useful as compatibilizing agents for 
polymer blends, or dispersing agents for coating systems or for the preparation of narrow 
molecular weight resins or oligomers for use in coating technologies and thermoplastic films 
or as toner resins and liquid immersion development ink resins or ink additives used for 
electrophotographic imaging processes. 
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Surprisingly, it has now been found that the present compounds are very suitable to prepare 
(co)polymers particularly block, star, comb {co)poiymers and the like. 

By their multiple alkoxyamine functionality they provide an ideal tool for tailor made 
polymerization processes. The degree of branches can be chosen by selecting one, two, 
three, four or even more alkoxyamine functionalities. 

Furthermore with the present invention there are provided initiators/regulators which allow 
very efficiently to bring into the macromer functional end-groups which come from the 
initiating radical. This is the case for mono-functional and multi-functional initiators/regu- 
lators. The compounds of the present invention thus allow to produce macromers or 
polymers with a wide variety of functional groups, which was not easily possible until now. 

The functionaiized macromers or polymers may then be further reacted with suitable 
modifying compounds to further adjust the polymer's properties. 

Polymerization of the monomers results in a polymer or copolymer of narrow polydispersity 
and a high monomer to polymer conversion even at relatively low temperatures and at short 
reaction times, making the polymerization process particularly suitable for industrial 
applications. The resulting (co)polymers are of high purity and in many cases colorless, 
therefore not requiring any further purification. 

One object of the present Invention is a compound of formula (i) (II) or (111) 




(III) 
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wherein 

Ri and R2 are independently of each other hydrogen, Ci-CisalkyI, Cs-Ciealkenyl, C3- 

Ciealkinyl or phenyl which are unsubstituted or substituted by NO2, halogen, amino, hydroxy, 

cyano, carboxy, Ci-C4alkoxy, Ci-C4alkyithio, Ci-C4alkyiamino or di(Ci-C4alkyl)amino; 

A is a group capable of forming a stable free nitroxyl radical A; which is bound via its 

oxygen atom to the carbon atom; 

Y is O, NR3 or CHRs-Xa, wherein Xa is O, S or NR3; 

R3 is hydrogen. Ci-CisalkyI, Cg-Cisalkenyl, Cs-Csalkinyl or phenyl which are unsubstituted or 
substituted by NO2, halogen, amino, hydroxy, cyano, carboxy, Ci-C4alkoxy, Ci-C4alkylthio, 
Ci-C4alkylamino or di(Ci-C4aikyl)amino; 

Qi is an organic or inorganic radical, derived from a compound having at least one functional 
group being capable of reacting with a hydroxy group; 

Q2 is an organic radical derived from a mono or polyfunctional alcohol, mono or polyfunc- 
tional aminoalcohol, mono or polyfunctional amine mono or polyfunctional mercaptane, 
mono or polyfunctional phenol or mono or polyfunctional thiophenol; and 
n is a number from 1 to 20; 



and R2 is -CHs-O-tert. butyl, A is not 2,2,6,6-tetramethylpiperidine or 2,2,6,6- 
tetramethytpiperidine-4-carboxylic acid. 

Qi in the meaning of an inorganic radical is for example derived from a halogenated 
inorganic acid derivative. 

Preferably Qi is derived from an unsubstituted or substituted triazine, from a mono or 
multifunctional alkylating agent, from a mono or polycarboxyiic acid or acid derivative, from a 
mono or polyepoxide, from a mono or polyisocyanate or from POCI3, SO2CI2, BCls or SiCU- 

Examples for Q, are given below. 

a) Examples for mono or multifunctional triazines are: 
tri-, di-, Oder mono- chlorotriazine 



with the proviso, that in formula (I) if n is 1 , Qi is not 




, or if n is 2, Ri is H 
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1 Ji 

n"^n n"^n n^n 

Cl-^N^CI Cl-^N^CI Cl-^N^R, 

wherein R, and Re are Ci-Ci8alkyi, phenyl, Ci-Ci8alkoxy, Ci-Cisalkyithio. phenoxy, NH(Ci- 
Cieaikyl), N(di-Ci-Ci8alky[) or phenylthio. It is also possible to use the corresponding fluoro- 
trioazines instead of chloro-triazines. 



b) Alkylating agents are in principal known. Examples for mono- and multifunctional 
alkylating agents are : 




wherein X is a leaving group such as for example halogen, an aliphatic or aromatic sulfonate 
such as toluene sulfonate or methane sulfonate; 
Yi is O, NH or N(Ci-Ci8)alkyl; and 

k and na are numbers from 1 to 10, nt is a number from 1 to 20; and 

Ro may be any aromatic or aliphathic substituent, such as for example hydrogen, unsub- 

stituted or substituted C-CtsalkyI or phenyl. 

Also suitable is allylchloride as alkylating agent, leading to an allyl group as Qi. 

c) Examples for mono, di- and polycarboxylic acids bzw. acid chlorides, anhydrides or esters 
are: 
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Aliphatic mono carboxylic acids or their derivatives, which can contain 2 to 20 carbon atoms. 
Typical examples are acetic acid, acetyl chloride, acetic acid anhydride, propionic acid and 
derivatives, stearylic acid, laurylic acid and the corresponding derivatives. 

The aliphatic dicarboxylic acids can contain 2 to 40 carbon atoms, the cycloaliphatic dicar- 
boxyiic acids 6 to 10 cartjon atoms, the aromatic dicarboxylic acids 8 to 14 carbon atoms, 
the aliphatic hydroxycarboxylic acids 2 to 12 carbon atoms and the aromatic and cycloalipha- 
tic hydroxycarboxylic acids 7 to 14 carbon atoms. 

Suitable dicarboxylic acids are linear and branched saturated aliphatic dicarboxylic acids, 
aromatic dicarboxylic acids and cycloaliphatic dicarboxylic acids. 

Suitable aliphatic dicarboxylic acids are those containing 2 to 40 carbon atoms, for example 
oxalic acid, malontc acid, dimethylmaionic acid, succinic acid, pimeiic acid, adipic acid, tri- 
methyladipic acid, sebacic acid, azelaic acid and dimeric acids (dimerisation products of 
unsaturated aliphatic carboxylic acids such as oleic acid), alkylated matonic and succinic 
acids, such as octadecylsuccinic acid. 

Suitable cycloaliphatic dicarboxylic acids are: 1,3-cyclobutanedicarboxylic acid, 1,3-cyclo- 
pentanedicarboxyiic acid, 1,3- and 1 ,4-cyclohexanedicarboxylic acid, 1,3- and 1,4-(dicar- 
boxylmethyl)cyclohexane, 4,4'-dicyclohexyldicarboxylic acid. 

Suitable aromatic dicarboxylic acids are: in particular terephthalic acid, isophthalic acid, o- 
phthalic acid, and 1,3-, 1,4-, 2,6- or 2,7-naphthalenedicarboxylic acid, 4,4'-diphenyidicarbo- 
xylic acid, 4,4'-diphenylsulfonedicarboxylic acid, 4,4'-benzophenonedicarboxylic acid, 1,1,3- 
trimethyl-5-carboxyl-3-(p-carboxylphenyl)indane, 4,4'-diphenyletherdicarboxylic acid, bis-p- 
(carboxylphenyi)methane or bis-p-{carboxylphenyi)ethane. 

Examples for more than difunctional acids are trimellitic acid, ctric acid, pyromellitic add or 
itaconic acid. 

The above carboxylic acids and acid derivatives are also examples for the substituent R in 
formula (XXXA) defined hereinafter. 
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d) Examples of reactive derivatives of inorganic acids are POCI3, SO2CI2. SiCI^ whicin leads 



for example to compounds such as 




e) The epoxy compounds which can be used in the context of the invention may have an 
aliphatic, aromatic, cycloaliphatic, arallphatic or heterocyclic structure; they include epoxy 
groups as side groups. The epoxy groups are preferably attached to the rest of the molecule 
as glycidyl groups by way of ether or ester linkages, or else the compounds are N-glycidyl 
derivatives of heterocyclic amines, amides or imides. Epoxy compounds of these types are 
widely known and are obtainable commercially. 



R1 



They lead for example to compounds such as A- 



R2 




OH 



■R"" 



, wherein 



R"" denotes an organic radical derived from the corresponding epoxy compound and n is as 
defined above. The epoxy compounds comprise epoxy radicals, especially those of the 

formula c — (CH ) — A— CH . which are attached directly to carbon, oxygen, nitrogen 

R' ^ R" R'" 

or sulfur atoms and in which R' and R'" are both hydrogen, R" is hydrogen or methyl and ne 
is 0, or in which R" and R'" together are -CH2-CH2- or -CH2-CH2-CH2-. R" in that case is 
hydrogen, and He is 0 or 1. 



Examples of epoxy compounds that may be mentioned are: 



I) Polyglycidyl esters and poly(p-methylglycidyl) esters obtainable by reacting a compound 
having at least two carboxyl groups in the molecule with epichlorohydrin and/or 
glyceroldichlorohydrin and/or p-methyiepichlorohydrin. The reaction is judiciously carried out 
in the presence of bases. 

Compounds having at least two carboxyl groups in the molecule that can be used are 
aliphatic poiycarboxylic acids. Examples of these polycarboxyiic acids are glutaric, adipic, 
pimelic, suberic, azelaic, sebacic or dimerized or trimerized linoleic acid. 
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Alternatively, cycloaliphatic polycarboxylic acids can be employed, exannples being tetra- 
hydrophthaiic. 4-methyltetraiiydrophthallc, hexahydrophthalic or 4-methylhexahydrophtlialic 
acid. 

It is also possible to use aromatic polycarboxylic acids, such as phthalic, isophthalic, 
trimeilitic and pyromellitic acid. 

Likewise employable are carboxyl-terminated adducts of, for example, trimeilitic acid and 
polyols such as glycerol or 2,2-bls(4-hydroxycyciohexyl)propane. 

II) Polyglycidyl ethers or poiy(P-methylglycidyl) ethers obtainable by reacting a compound 
having at least two free alcoholic hydroxyl groups and/or phenolic hydroxyl groups with a 
suitably substituted epichlorohydrin under alkaline conditions or in the presence of an acidic 
catalyst with subsequent alkali treatment. 

Ethers of this type are derived, for example, from acyclic alcohols, such as ethyleneglycol, 
diethyleneglycol and higher poly(oxyethylene) glycols, propane-1,2-diol, or poly(oxy- 
propylene) glycols, propane-1,3-diol, butane-1,4-diol, poly(oxytetramethylene) glycols, 
pentane-1 ,5-dioi, hexane-1,6-diol, hexane-2,4,6-triol, glycerol, 1 ,1 ,1-trimethylolpropane, bis- 
trimethylolpropane, pentaerythritol, sorbitol, and from polyepichlorohydrins. 

They are alternatively derived, for example, from cycloaliphatic alcohols, such as 1 ,3- or 
1 ,4-dihydroxycyclohexane, bis(4-hydroxycyclohexyl)methane, 2,2-bis(4-hydroxycyclohexyl)- 
propane or 1,1-bis(hydroxymethyl)cyclohex-3-ene, or they possess aromatic nuclei, such as 
N,N-bis(2-hydroxyethyl)aniline or p,p'-bis(2-hydroxyethylamino)diphenylmethane. 

The epoxy compounds may also be derived from mononuclear phenols, such as resorcinol 
or hydroquinone; or else they are based on polynuclear phenols, such as on bis(4-hydroxy- 
phenyl)methane, 2,2-bis(4-hydroxyphenyl)propane, 2,2-bis(3,5-dibromo-4-hydroxyphenyl)- 
propane or 4,4'-dihydroxydiphenyl sulfone, or on condensates of phenols with formaldehyde 
that are obtained under acidic conditions, such as phenol novolaks. 
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III) Poly(N-glycidyl) compounds obtainable by dehydrochlorinating the reaction products of 
epichlorohydrin with amines containing at least two amino hydrogen atoms. These amines 
are, for example, aniline, toluidine, n-butylamine, bts(4-aminophenyl)methane, m-xylylene- 
diamine or bis(4-methylaminophenyl)methane, and also N,N,0-triglycidyl-m-aminophenol or 
N,N,0-triglycidyl-p-aminopheno!. 

The poiy(N-glycldyl) compounds also include N.N'-diglycidyi derivatives of cycloalkylene- 
ureas, such as ethyleneurea or 1,3-propyleneurea, and N.N'-diglycidyl derivatives of 
hydantoins, such as of 5,5-dimethylhydantoin. 

IV) Poly(S-glycidyl) compounds, such as di-S-glycidyi derivatives derived from dithiols, such 
as ethane-1,2-dlthiol or bis(4-mercaptomethylphenyl) ether. 

V) Epoxy compounds in which R' and R'" together are -CH2-CH2- and ne is 0 are bis(2,3- 
epoxycyclopentyl) ether, 2,3-epoxycyclopentyl giycidyl ether or 1,2-bis(2,3-epoxycyclopentyl- 
oxy) ethane. An example of an epoxy resin having a radical of the formula in which R' and 
R'" together are -CH2-CH2- and ne is 1 is (3,4-epoxy-6-methylcyclohexyl)methyl 3',4'-epoxy- 
6'-methylcyclohexanecarboxylate. 

f) Mono and polyfunctional isocyanates are well known and a wide variety is commercially 



available. The isocyanates lead to the following structure 




wherein R'"" denotes an aliphatic or aromatic organic radical derived from the isocyanate 
compound and n is as defined above. 

Examples of isocyanates are di-, tri- or tetra isocyanates. Diisocyanates are widely used in 
the industry and most of them are commercially availabe. Preferred diisocyanates are those 
in which the bridge group between the isocyanate groups is formed by a linear or branched 
aliphatic Ca-CaoalkyI which is unsubstituted or mono- or polysubstituted by C^-Ce alkyi or Ci- 
Csalkoxy, Cs-CscycioalkyI or heterocycloalkyi which is unsubstituted or mono- or 
polysubstituted by d-Ceaikyl or Ci-Cealkoxy, linear or branched aliphatic C2-C2oalkyl wrtiich is 
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interrupted by unsubstituted or Ci-CealkyI- or Ci-Cealkoxy-substituted Ca-CscycloalkyI or 
heterocycioalkyi and is unsubstituted or substituted by Ci-CealkyI or Ci-Ceslkoxy, phenyl, 
naphthyl, biphenyl or Cs-Cioheteroaryl which is unsubstituted or mono- or polysubstituted by 
Ci-Cealkyi or Ci-Cealkoxy, or linear or branched aliphatic Ca-CaoaikyI which is interrupted by 
phenyl, naphthyl or Cs-Cioheteroaryl and is unsubstituted or substituted by Ci-CealkyI or Ci- 
Cgalkoxy 

The linear or branched Ci-CealkyI radicals are, for example, methyl, ethyl and the various 
position isomers of propyl, butyl, penty!, hexyl, heptyl, octyl, nonyl, decyl, undecyl, dodecyl, 
tridecyl, tetradecyl, pentadecyl or hexadecyl, heptadecyl, octadecyl, nonadecyl or eicosyi. 

The Ci-Cealkoxy radicals can be linear or branched and are, for example, methoxy, ethoxy 
and the various positional isomers of propoxy, butoxy, pentoxy or hexoxy. 

Heterocycioalkyi is, for example, pyrrolidine, piperidine, morpholine, oxazolidine, dioxolane, 
or an isocyanuric acid triester group. 

Cs-CacycfoalkyI is, for example, cyclopropyi, dimethylcyclopropyl, cyciobutyl, cyclopentyl, 
methylcyclopentyl, cyclohexyl, cycioheptyl or cyclooctyi. 

Aromatic means, for example, phenyl, naphthyl or anthracenyl. 

Heteroaromatic means, for example, pyridine, pyrimidine, pyrrole, furan, imidazole, pyrazole 
or triazine. 

Specific examples of diisocyanates are 1 ,6-bis[isocyanato]hexane, 5-isocyanato-3- 
(isocyanatomethyl)-l , 1 ,3-trimethylcyclohexane, 1 ,3-bis[5-isocyanato-1 ,3,3-trimethyl-phenyl]- 
2,4-dioxo-1 ,3-diazetidine, 3,6-bis[9-isocyanatononyl]-4,5-di(1-heptenyl)cydohexene, bis[4- 
isocyanatocyclohexyllmethane, trans-1 ,4-bis[isocyanato]cyclohexane, 1,3- 
bislisocyanatomethyllbenzene, 1 ,3-bis[1-isocyanato-1-methylethyl]benzene, 1 ,4-bis[2- 
isocyanatoethyl]cyclohexane, 1 ,3-bis[isocyanatomethyilcyclohexane, 1 ,4-bis[1-isocyanato-1- 
methylethyljbenzene, bis[isocyanato]isododecylbenzene,1 ,4-bis[isocyanato]benzene, 2,4- 
bislisocyanato]toluene, 2,6-bis[isocyanato]toiuene, 2,4-/2,6-bis[isocyanato]toluene, 
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2-ethyl-1,2,3-tris[3-isocyanato-4-methylanilinocarbonyloxy]propane, N,N'-bis[3-isocyanato-4- 
methylphenyl]urea, 1,4-bis[3-isocyanato-4-methylphenyl]-2,4-dioxo-1,3-diazetidine, 1 ,3,5- 
tris[3-isocyanato-4-methylphenyl]-2,4,6-trioxohexahydro-1 ,3,5-triazine, 1 ,3-bis[3-isocyanato- 
4-methyiphenyl]-2,4,5-trioxoimidazolidine, bis[2-isocyanatophenyl]methane, 
(2-isocyanatophenyl)(4-isocyanato-phenyl)methane, bis{4-isocyanatophenyl]nnethane, 2,4- 
bis[4-isocyanatobenzyl]-1-isocyanatobenzene, [4-tsocyanato-3-(4-isocyanatobenzyl)- 
phenyl][2-isocyanato-5-(4-isocyanatobenzyl)phenyl]methane, tris[4- 
isocyanatophenyl]methane, 1 ,5-bis[isocyanato]naphthalene, or 4,4'-bis[isocyanato]-3,3'- 
dimethylbiphenyl. 

Q2 is an organic radical derived from a mono or polyfunctional alcohol, mono or poiyfunc- 
tional aminoalcohol, mono or polyfunctional amine, mono or polyfunctional mercaptane, 
mono or polyfunctional phenol or mono or polyfunctional thiophenol. 

The aliphatic mono or polyfunctional alcohol can contain 2 to 12 carbon atoms, the 
cycloaliphatic polyols 5 to 8 carbon atoms and the aromatic polyols 6 to 16 carbon atoms. 

Polyoxyaikylene glycols having a molecular weight from 150 to 40000 can also be used. 

Aromatic polyols are those, wherein at least two hydroxyl groups are bound to one or to 
different aromatic hydrocarboxylic radicals. 

Suitable aliphatic polyols are for example diols which are linear or branched aliphatic glycols, 
in particular those containing 2 to 12, preferably 2 to 6, carbon atoms in the molecule, for 
example: ethylene glycol, 1,2- and 1,3-propylene glycol, 1,2-, 1,3-, 2,3- or 1,4-butanediol, 
pentyl glycol, neopentyl glycol, 1,6-hexanediol, 1,12-dodecanediol. A suitable cycloaliphatic 
diol is, for example, 1 ,4-dihydroxycyclohexane. Other suitable aliphatic diols are, for 
example, 1 ,4-bis(hydroxymethy!)cyclohexane, aromatic-aliphatic diols, such as p-xylylene 
glycol or 2,5-dichloro-p-xylylene glycol, 2,2-0-hydroxyethoxyphenyl)propane and polyoxy- 
aikylene glycols, such as diethylene glycol, triethylene glycol, polyethylene glycol or poly- 
propylene glycol. The alkylenediols are preferably linear and preferably contain 2 to 4 carbon 
atoms. 
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Other suitable aliphatic dtols are the p-hydroxyalkylated, in particular p-hydroxyethylated 
bisphenols, such as 2,2-bis[4'-(p-hydroxyethoxy)phenyl]propane. 

Another group of suitable aliphatic diols are the heterocyclic diols described in the German 
published patent specifications 1812003, 2342432, 2342372 and 2453326. Examples are: 
N,N"-bis(p-hydroxyethyl)-5,5-dimethylhydantoin. N,N'-bis((3-hydroxypropyi)-5,5-dimethylhyd- 
antoin, methylenebis-[N-([3-hydroxyethyl)-5-methyl-5-ethylhydantoin], methylenebis-lN-(p- 
hydroxyethyl)-5,5-dimethylhydantoin], N,N'-bis(p-hydroxyethyl)benzlmidazotone, N.N'-bis{p- 
hydroxyethyl)-(tetrachloro)benzimidazo!one or N.N'-bis(P-hydroxyethyl)-(tetrabromo)benz- 
imidazolone. 

Suitable aromatic diols are mononuclear diphenols and, in particular, dinuclear diphenols 
carrying a hydroxy! group at each aromatic nucleus. The term aromatic will be taken to mean 
preferably hydrocarbonaromatic radicals such as phenylene or naphthylene. Besides e.g. 
hydroquinone, resorcinol or 1,5-, 2,6- and 2,7-dlhydroxynaphthafene, bisphenols merit parti- 
cular mention. 



Examples of bisphenols are: bis(p-hydroxyphenyi) ether or bis(p-hydroxyphenyl) thioether, 
bis(p-hydroxyphenyl)suifone, bis(p-hydroxyphenyl)methane, bis(4-hydroxyphenyl)-2,2'-biphe- 
nyl, phenylhydroquinone. 1,2-bis(p-hydroxyphenyl)ethane, l-phenyl-bis(p-hydroxyphenyl)- 
methane, diphenyl-bis(p-hydroxyphenyl)methane. diphenyi-bis(p-hydroxyphenyl)ethane, bis- 
(3,5-dimethyl-4-hydroxyphenyl)sulfone, bis(3,5-dimethyl-4-hydroxyphenyl)-p-diisopropylben- 
zene, bis(3,5-dimethyl-4-hydroxyphenyl)-m-diisopropylbenzene, 2,2-bis(3',5'-dimethyl-4'-hyd- 
roxyphenyl)propane, 1.1- or 2,2-bls{p-hydroxyphenyl)butane, 2,2-bis{p-hydroxyphenyl)hexa- 
fluoropropane, 1,1-dichloro- or 1,1,1 -Wchloro-2,2-bis(p-hydroxyphenyl)ethane, 1,1-bis(p-hyd- 
roxyphenyl)cyclopentane and, in particular, 2,2-bis(p-hydroxyphenyl)propane (bisphenol-A) 
and 1,1-bis(p-hydroxyphenyl)cyctohexane (bisphenol-C). 



A suitable triol is for example 




R 



O 
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The polyaminoalcohols or poiyamines can be deduced from the above mentioned 
potyalcohcls by replacing one or more hydroxylgroups by amino groups. 

Primary amino groups are prefen-ed. whicli may be attached to aromatic rings or alkyi 
groups as mentioned above for the corresponding alcohols.. 

Examples of further polyaicohols are erythrose, threose or are derived from hexoses or 
pentoses, such as glucose, fructose, mannose, galactose, talose ailose altrose. xylose , 
lyxose, ribose or arabinose or their con-esponding reduced forms. 

Suitable mercaptanes or thiophenols are those which are derived by substituting the oxgen 
atom by a sulfur atom in the above mentioned examples. 

Preferred is a compound of formula (1), (11) or(!ll) wherein Ri and Rz are independently of 
each other hydrogen, Ci-Ci2alkyl, Ca-Cizalkenyl or phenyl. 

More preferably Ri and R2 are independently of each other hydrogen or Ci-C4alkyl, most 
preferably hydrogen or methyl. 

Preferred is a compound of formula (II), wherein Y is O or NR3. 
More preferred Is a compound of formula (II) wherein Y is O. 

Also preferred is a compound of formula (I), (II) or (111) wherein n is a number from 2-10, 
more preferably from 2-6 and most preferably from 2-4. 

Preferably Qi is an organic radical derived from an unsubstituted or substituted triazine, from 
a mono or polycarboxylic acid or acid derivative, from a mono or multifunctional alkylating 
agent or from a mono or polyisocyanate. 

More preferably Q^ is an organic radical derived from an unsubstituted or substituted 
triazine, from a polycarboxylic acid or polycarboxylic acid derivative, having 2-6 
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carboxylgroups, from a multifuncttonai alkylating agent having 2-6 functional groups or from 
a polyisocyanate, having 2-6 isocyanate groups. 

Examples for Qi have already been mentioned. 

Preferably Qz is an organic radical derived from a polyfunctional alcohol, a polyfunctional 
aminoalcohol or a polyfunctional amine. 

More preferably Q2 is a radical derived from a polyalcohol having 2-6 hydroxy groups, a 
polyaminoalcohol having 2-6 amino and/or hydroxy groups, or a polyamine having 2-6 amine 
groups. 

Examples for Q2 have already been mentioned. 

The radicals Qi and Q2 do not contain a labile bond which may cleave at a temperature 
below the temperature, necessary to cleave the N-O-C bond to which the radical A is 
attached, liberating the stable nitroxyi radical N-0» and the initiating C-centered radical. In 
particular groups such as -0-0-, -N=N- or -0-C(0)-0- are not part of the groups Q, or Q2. 

The radical A» derived from the group A can be a stable open chain nitroxyi radical or a 
cyclic nitroxyi radical. 

Preferred is a stable cyclic nitroxyi radical. 

In formula (I), (II) or (III) A is preferably a group of formula (X) 
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wherein ni is 0 or 1 

Rioi, Rio2, Rio3 are each independently of one another hydrogen, halogen, NO2, cyano, 
-CONR105R106. -(Rio9)COORio4. -C(O)-Ri07, -OR108. -SR108, -NHR108, -N(Rio8)2. carbamoyl, 
di(Ci-Ci8alkyl)carbamoyi, -C(=NRio5)(NHRio6); 

unsubstituted Ci-Ciealkyl, Cz-Cisalkenyl. Cz-Cisalkynyi, CT-CgphenylalkyI, Ca-Ciacycloalkyi or 
C3-Ci2cycloalkyl containing at least one nitrogen or oxygen atom; or 
Ci-Ci8alkyl, Cz-Cisalkenyi, C2-C18 alkynyl, CT-Cgphenylalkyl, Cs-CiscycloalkyI or C3- 
Ci2cycioalkyl containing at least one nitrogen or oxygen atom, which are substituted by NO2, 
halogen, amino, hydroxy, cyano, carboxy, Ci-C^alkoxy, Ci-C4alkylthio, Ci-C4aikylamino or 
di(Ci-C4alkyl)amino; or 

phenyl, which is unsubstituted or substituted by Ci-C4alkyl, C,-C4aikoxy, CrC4alkylthio, 
halogen, cyano, hydroxy, carboxy, Ci-C4alkyiamino or di(Ci-C4alkyl)amino; 
or R102 and R103, together with the linking carbon atom, form a C3-C-,2cycloalkyl radical, a 
(C4-Ci2cycioalkanon)-yi radical or a Ca-CizcycioaikyI radical containing at least one O atom 
and/or a NRios group; or if ni is 1 




R104 is hydrogen, Ci-Cisalkyi, phenyl, an alkali metal cation or a tetraalkyiammonium cation; 
R105 and R106 are hydrogen, Ci-Ciaalkyi, Cz-CiealkyI which is substituted by at least one 
hydroxy group or, taken together, form a Cs-Ciaalkylene bridge or a C2-Ci2-alkyiene bridge 
interrupted by at least one O or/and NR^oa atom; 
R107 is hydrogen, Ci-Ci8alkyl or phenyl; 

R108 is hydrogen, Ci-Ci8alkyl or Ca-Ciaalkyi which is substituted by at least one hydroxy 
group; 

Rio9 is Ci-C,2aikylen or a direct bond; 

R110 is C4-Ci8alkyl bound via a tertiary C-atom to the nitrogen atom, Cg-CtiphenylalkyI, C3- 
dacycioalkyi or Ca-CigcycloalkyI containing at least one nitrogen or oxygen atom; or 
C4-Ci8alkyl bound via a tertiary C-atom to the nitrogen atom, Cg-Cuphenylalkyl, C3- 
Ciacycloalkyl or Cs-CiacycloalkyI containing at least one nitrogen or oxygen atom, which are 
substituted by NO2, halogen, amino, hydroxy, cyano, carboxy, Ci-C4alkoxy, CrC4alkylthio, 
Ci-C4alkylamino or di(Ci-C4alkyl)amino; or 

phenyl, naphthyt, which are unsubstituted or substituted by Ci-C4alkyl, Ci-C4aikoxy, Ci- 
C4alkylthio, halogen, cyano, hydroxy, carboxy, Ci-C4alkylamino or di(Ci-C4alkyl)amino; 
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if ni is 1 

Rni is Ci-Ciaalkyl, Cy-Cgphenylalkyl, C3-C,2cycloalkyi or Ca-Cizcycloalkyi containing at least 
one nitrogen or oxygen atom; or 

CrCiealkyl, Cy-Cgphenylalkyl, Cs-Cizcycloalky! or Ca-CizcycloalkyI containing at least one 
nitrogen or oxygen atom, which are substituted by NO2, halogen, amino, hydroxy, cyano, 
carboxy, Ci-C4alkoxy, Ci-C4aikylthio, Ci-C4alkylamino or di(Ci-C4a!kyi)amino; or 
phenyl, naphthyl, which are unsubstituted or substituted by Ci-C4alkyi, Ci-C4alkoxy, Ci- 
C4alkylthio, halogen, cyano, hydroxy, carboxy, C,-C4alkylamino or di(Ci-C4alkyl)amino; or 
a polycyclic cycloaliphatic ring system or a polycyclic cycloaliphatic ring system with at least 
one di- or trivaient nitrogen atom; or 

R„o and R111 together form a C2-Ci2alkyiene bridge, a C3-Ci2alkylen-on bridge or a C2- 
Ci2aikylene bridge which is interrupted by at least one O or N atom, which bridges are 
unsubstituted or substituted with Ci-dealkyl, hydroxy(Ci-C4)alkyl, phenyl, Cr-CgphenyialkyI, 
NO2, halogen, amino, hydroxy, cyano, carboxy, Ci-C4aikoxy. Ci-C4alkylthio, Ci-C4alkylamino 
or di(Ci-C4alkyl)amino, 

R112 is hydrogen, -(R,o9)COORio4, cyano, -OR108, -SR108, -NHRios, -N(Rio8)2. -NH-C(O)-Ri08, 
unsubstituted Ci-C,8alkyl, C2-C,ealkenyl, Ca-Cisalkynyl, Cy-CsphenylalkyI, Ca-CiacycloalkyI or 
C3-Ci2cycloalkyl containing at least one nitrogen or oxygen atom; or 
Ci-CisalkyI, Ca-Cisalkenyl, C2-C18 alkynyl, CT-CgphenylalkyI, Cs-CiacycioalkyI or Cs-Ctzcyclo- 
alkyl containing at least one nitrogen or oxygen atom, which are substituted by NO2, 
halogen, amino, hydroxy, cyano, carboxy, Ci-C4aikoxy, Ci-C4alkylthio, Ci-C4alkylamino or 
di(Ci-C4alkyi)amino; or 

phenyl, naphthyl, which are unsubstituted or substituted by Ci-C4alkyl, Ci-C4alkoxy, Ci- 
C4alkylthio, halogen, cyano, hydroxy, carboxy, Ci-C4alkylamino, di(Ci-C4alkyl)amino; or 
R111 and R,i2 together with the linking carbon atom form a Ca-Ciacycloaikyi radical; 

or A is a group of formula XXa, XXb or XXc 



R 



202 Y 



(XXa). 




(XXb) 



R 



N 

I 

O 



203 



R 
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wherein 

Yi is O or CH2; 

Q is O or NR220, wherein R220 is hydrogen or Ci-Ci8alkyl; 

R201 is tertiary C4-Ci8alkyl or phenyl, which are unsubstituted or substituted by halogen, OH, 
COOR221 or C(0)-R222 wherein R221 is hydrogen, a alkali metal atom or Ci-Ci8alkyl and R222 
is Ci-Ci8alkyl; or 

R201 is C5-Ci2cycioalkyl, C5-Ci2cydoalkyl which is inten-upted by at least one O or N atom, a 
polycyclic alky! radical or a polycyclic alkyi radical which is interrupted by at least one O or N 
atom; 

R202 and R203 are independently Ci-CiBalkyl, benzyl, Cs-CizcycloalkyI or phenyl, which are 
unsubstituted or substituted by halogen, OH, GOOR221 or C(0)-R222 or together with the 
carbon atom fonn a C5-Ci2cycloalkyl ring; 
if Yi is O, 

RzcM and R212 are OH, O(alkali-metal) Ci-Ci8alkoxy, benzyloxy, NR223R224, wherein R223 and 
R224 are independently from each other hydrogen, Ci-CiealkyI or phenyl, which are 
unsubstituted or substituted by halogen, OH. GOOR221 or C{0)-R222; 
if Yi is CH2, 

R204 is OH, Ci-Cisalkoxy, benzyloxy, 0-C(0)-(Ci-Ci8)aii<yl or NR223R224; 

R212 are a group G(0)R225, wherein R225 is OH, Ci-Ci8alkoxy, benzyloxy, NR223R224, wherein 

R223 and R224 are independently from each other hydrogen, Ci-Ci8alkyl or phenyl, which are 

unsubstituted or substituted by halogen, OH, COOR221 or C{0)-R222; 

R205, R206, R207 and R208 are independently of each other Ci-Ciaalkyi, G5-Ci2cydoalykyl or 

phenyl; or 

R205 and R206 and/or R207 and R208 together with the carbon atom form a Cs-CizcycloalkyI 
ring; 

R209 and R210 are independently of each other hydrogen, formyl, C2-Ci8alkylcarbonyl, 
benzoyl, d-Cisalkyl, C5-Ci2cycloalky!, C5-Ci2cycloalkyl which is interrupted by at least one O 
or N atom, benzyl or phenyl which are unsubstituted or substituted by halogen, OH, 
COOR221 or 

C(0)-R222; 

R211, is formyl. Gz-Gisalkylcarbonyl, benzoyl, Ci-C,8alkyl, Cs-GiscycloalkyI, Gs-Giacycloalkyl 
which is interrupted by at least one 0 or N atom, benzyl or phenyl which are unsubstituted or 
substituted by halogen, OH, GOOR221 or G(0)-R222; 
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or A is a group containing a structural element of fornnula (XXX) 




(XXX), wherein 



Gi, G2, G3, G4 are independently CrCealkyI or Gi and G2 or G3 and G4, or Gi and G2 and G3 
and G4 together form a Cs-Ciacycloalkyl group; 

G5, Ge independently are H, Ci-Ci8alkyl, phenyl, naphthyl or a group COOCi-CisalkyI 



or A is a group of formula (XLa) or (XLb) 



R 



301 

R 



N 



^303 (XLa), 



302 



R 



304 



,0 



306 




(XLb), wherein 



R301, R302, R303 and R304 independently of each other are Ci-Cisalkyi, Cs-Cisalkenyl, C3- 
Cisaikinyl, or Ci-Ci8alkyl, Cs-Cisalkenyl, Cs-Cisalkinyl which are substituted by OH, halogen 
or a group -O-C(O)-R305, Ca-Ciaaikyl which is Interrupted by at least one O atom and/or NR305 
group, C3-Ci2cycloalkyl or Cg-Cioaryl or R301 and R302 and/or R303 and R304 together with the 
linking carbon atom form a C3-Ci2cycioalkyl radical; 
R305, R306 and R307 independently are hydrogen, Ci-Ci8alkyl or Ce-Cioaryl; 
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Zi is O or NR308; 

R308 is hydrogen, OH, Ci-Ci8alkyi, Cg-Cisatkenyl, Ca-dsalkinyl, Ci-Ci8alkyl, Ca-Cisalkenyl, C3- 
Ciaalkinyl which are substituted by one or more OH, halogen or a group -O-C(O)-R306, C2- 
Cisalkyl which is Interrupted by at least one O atom and/or NR305 group, Cs-CizcycloalkyI or 
Ce-Cioaryl, Cr-Csphenylalkyl, Cg-Cioheteroaryl, -C(0)-Ci-Ci8alkyl, -0-Ci-Ci8alkyl or -COOC1- 
Cisalkyl; 

Q4 is a direct bond or a divalent radical CR309R310, CR309R310-CR311R312. 
CR309R310CR311R312CR313R314. C(0) or CR309R3ioC(0), wherein R309. R310, R311. R312, R313 and 
R314 are independently hydrogen, phenyl or Ci-Ci8alkyl. 

Halogen is Fluorine, Chlorine, Bromine or Iodine, preferably Chlorine or Bromine. 

The alkyi radicals in the various substituents may be linear or branched. Examples of alkyl 
containing 1 to 18 carbon atoms are methyl, ethyl, propyl, isopropyl, butyl, 2-butyl, isobutyl, t- 
butyl, pentyl. 2-pentyl, hexyl, heptyl. octyl, 2-ethylhexyI, t-octyl, nonyl, decyl, undecyl, 
dodecyl, tridecyl, tetradecyl. hexadecyl and octadecyl. 

Cs-Ciacycloalkyl is typically, cyclopentyi, methyicyciopentyl, dimethylcyclopentyl, cyclohexyl, 
methylcyclohexyl. 

Cycloalkyl which is interrupted by at least one O or N atom is for example 2-tetrahydropyran- 
yl, tetrahydrofurane-yl, 1,4 dioxan-yl, pyrro!idin-yl, tetrahydrothiophen-yl, pyrazolidin-yl, 
imidazolidin-yl, butyrolactone-yi, caprolactame-yl 

Examples for alkali metal are lithium, sodium or potassium. 

Alkyl substituted by-OH is typically 2-hydroxyethyl, 2-hydroxypropyl or 2-hydroxy butyl. 

Ci-C,8 alkoxy is for example methoxy, ethoxy, propoxy, butoxy, pentoxy, octoxy, dodecyioxy 
or octadecyloxy. 

d-CisAlkyl substituted by CrCealkoxy, preferably by Ci-C4alkoxy, in particular by methoxy 
or ethoxy. is typically 2-methoxy ethyl, 2-ethoxyethyl. 3-methoxypropyl, 3-ethoxypropyl, 3- 
butoxypropyl, 3-octoxypropyl and 4-methoxybutyi. 
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Ci-CisAlkyI substituted by cii(Ci-C4alkyl)amino is preferably e.g. dimethylamino, 
diethyiamino, 2-dimethylaminoetiiyl, 2-diethylaminoethyl, 3-dimethyiamlnopropyl, 3- 
diethylaminopropyl, 3-dibutylaminopropyl and 4-dietliyJaminobutyl. 

Ci-CisAlkyl substituted by Ci-C4a[kylamino is preferably e.g. methylamino, ethylamino, 2- 
methylamlnoethyl, 2-ethylaminoethyl, 3-methylaminopropyl, 3-ethylaminopropyl, 3-butyl- 
aminopropyl and 4-ethylaminobutyl. 

Ci-C4Alkylthio is typically methylthio, ethylthio, propylthio, isopropylthio, butyithio and 
isobutyltl^io. 

C2-C18 alkylcarbonyl is for example acetyl, propionyl, butyryl, pentyicarbonyl, hexylcarbonyl 
or dodecylcarbonyl. 

Cr-Csphenylalkyl is for example benzyl, phenylethyi or phenylpropyl. 

Cs-Ciaslkyl interrupted by at least one O atom is for example -CH2-CH2-O-CH2-CH3, -CH2- 
CH2-O-CH3 or -CH2-CH2-O-CH2-CH2-CH2-O-CH2-CH3. It is preferably derived fronn 
polyethlene glycol. A general description Is -({CH2)a-0)b-H/CH3, wherein a is a number from 1 
to 6 and b Is a number from 2 to 10. 

Examples of Cs-Ciaalkylene bridges, preferably of C2-C6alkyiene bridges, are ethylene, 
propylene, butylene, pentylene, hexylene. 

C2-Ci2alkylene bridges interrupted by at least one N or O atom are, for example, 
-CH2-O-CH2-CH2, -CH2-O-CH2-CH2-CH2, -CH2-O-CH2-CH2-CH2-CH2-, 
-CH2-O-CH2-CH2-O-CH2-, -CH2-NH-CH2-CH2, -CH2-NH-CH2-CH2-CH2, 
-CH2-NH-CH2-CH2-CH2-CH2-. -CH2-NH-CH2-CH2-NH-CH2- or -CH2-NH-CH2-CH2-O-CH2-. 

Examples for C4-Ci2cycloalkanone-yl are cyclopentanone-yl, cyciohexanone-yi or 
cycloheptanone-yl. 

Phenyl substituted by 1, 2 or 3 Ci-C4alkyi or Ci-C4alkoxy is typically methylphenyl, dimethyl- 
phenyl, trimethylphenyl, t-butylphenyl, di-t-butylphenyl, 3,5-di-t-butyl-4-methyiphenyl, 
methoxyphenyl, ethoxyphenyl and butoxyphenyl. 
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Examples of polycyclic cycloaliphatic ring systems are adamantane, cubane. twistane, 
norbornane, bycyclo[2.2.2]octane or bycyclo[3.2.1]octane. 

An example of a polycyclic heterocycloaliphatic ring system is hexamethylentetramine 
(urotroplne). 

Examples of monocarboxylic acids with 1 to 18 carbon atoms are formic acid, acetic acid, 
propionic acid, phenyl acetic acid, cyclohexane carbonic acid, mono-, di- and trichlor-acetic 
acid or mono-, di- and trifluor-acetic acid. Other suitable acids are benzoic acid, chlor- 
benzoic acid, methanesulfonic acid, ethanesulfonic acid, benzenesulfonic acid, p- 
toluenesuifonic acid, chlorbenzenesulfonic acid, trifluormethanesulfonic acid, 
methylphosphonic acid or phenylphosphonic acid. 

C2-Ci2alkanoyl is, for example, propionyl, butyryl, octanoyi, dodecanoyi, but preferably 
acetyl. 

C4-Ci2alkenytene is, in particular, 2-butenylene, 2-pentenylene or 3-hexenylene. 

C6-Ci2arylene is, for example, o-, m- or p-phenylene, 1 ,4-naphthylene or 
4,4'-diphenylene. 

The carboxylic acid radicals mentioned above are in each case taken to mean radicals of the 
formula (-CO)xR, where x is as defined above, and the meaning of R arises from the 
definition given. 

Ci-Ci8a!kanoytoxy is, for example, formyloxy, acetyloxy, propionyloxy, butyryloxy, valeryloxy, 
lauroyloxy, palmitoyloxy and stearoyloxy. 

A monovalent radical of a carboxylic acid is for example, an acetyl, caproyi, stearoyl, 
acryloyi, methacryloyl, benzoyl or p-(3,5-dl-tert-butyl-4-hydroxyphenyl)propionyl radical. 
A monovalent sllyl radical is for example, a radical of the formula 
-(CiH2j)-Si(Z')2Z", in which j is an integer in the range from 2 to 5, and Z* and Z". 
independently of one another, are Ci-C4alkyl or Ci-C4alkoxy. 
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A divalent radical of a dicarboxylic acid, it is, for example, a malonyl, succinyl, glutaryl, 
adipoyl, suberoyl, sebacoyi, maleoyi, itaconyl, phthaloyl, dibutylmalonyl, dibenzylmalonyl, 
butyl(3,5-di-tert-butyl-4-hydroxybenzyl)malonyl or blcycioheptenedicarbonyl radical. 

Further suitable acids have already been mentioned in the explanation of Qi. 

The nitroxyl radicals which are the precursors of the group A of formula (X) are known and 
ma be prepared according to WO 99/03984, EP-A-0 891 986 or WO 98/13392. 

Some typical examples are given below. 




The nitroxyl radicals which are precursors of the group A of formula XXa, b and c are also 
known and may be prepared according to WO 00/07981 



Typical examples are given tielow. 
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O 



The nitroxyl radicals which are precursors of the group A of formula XXX are also known and 
can be prepared as described in GB 2335190. 

Furthermore DE 26 21 841 , US 4"13r599 and DE 26 30 798 for example describe the 
preparation of 2,6-diethyl-2,3,6-trimethyl-4-oxopiperidine and 2,6-dipropyl-3-ethyl-2,6- 
dimethyl-4-oxo-piperidine, which are intermediates for the corresponding 1-oxo compounds. 

Another method for the preparation of 2,2-dimethyl-6,6-dialkyl-4-oxopiperidine is described 
by F. Asinger, M. Thiel. H. Baltz, Monatshefte fQr Chemie 88, 464 (1957) or by J. Bobbittt et 
al. in J. Org. Chem. 58, 4837 (1993). 

The oxidation of the piperidine compound to 1-oxo-piperidine derivatives is well known in the 
art and for example described by L.B. Volodarsky, V. A. Reznikov, V.I. Ovcharenko in 
Synthetic Chemistry of Stable Nitroxides, CRC Press, Boca Raton 1994. 

The 2,2,6,6-tetramethylpiperidlne precursors are known and partially commercially available. 
Examples are given below. 
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The nitroxyl radicals which are precursors of the group A of formula XL are also known. 

The compounds can be prepared according to WO 98/30601, WO 98/44008 or GB 
2342649 . 

Some typical examples are given below. 
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Preferred compounds are those of formula (1) or (1!), wherein A is a group of formula (X) 
ni is 1 

Rioi is cyano; 

Rio2 and R103 are each independently of one another unsubstituted Ci -Ci2alkyl or phenyl; 
or R102 and R103, together with the linking carbon atom, form a C5-C7 cycloalkyl radical; 

R110 is C4-Ci2alkyl bound via a tertiary C-atom to the nitrogen atom, Cg-Cnphenylatkyl or 
phenyl; 

R11 is Ci-Ci8alkyl, Cr-Cgphenyialkyl or Cs-CizCycloalkyl; or 

R110 and R111 together form a C2-C6alkylene bridge which is unsubstituted or substituted with 
CrC4alkyl; and 
R112 is Ci-C4alkyl; 

or wherein A is a group of formula (XXa) 
R201 is tertiary C4-C8alkyl; 

R202 and R203 are methyl, ethyl or together with the carbon atom form a Cs-CecycloalkyI ring; 
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R204 is Ci-Ci8alkoxy, benzyloxy or NR223R224, wherein R223 and R224 are independently of 
each other hydrogen or Ci-C8all<yl; 

or wherein A is a group of formula (XXb), wherein Q is O; 

R20S, R206, R207 and R208 are independently of each other methyl or ethyl; or 

R205 and R206 and/or R207 and R208 together with the carbon atom form a Cs-CecycloalkyI ring; 

R209 and R210 are independently of each other formyl, C2-C8alkylcarbonyl, benzoyl, Ci- 

Cealkyl, benzyl or phenyl; 

or wherein A is a group of fonnula (XXc), wherein Yi is O; 

R205, R206, R207 and R208 are Independently of each other methyl or ethyl; or 

R205 and R206 and/or R207 and R208 together with the carbon atom form a Cs-CecycioalkyI ring; 

R211 is formyl, C2-Ci8aIkylcarbonyl, benzoyl, Ci-CisalkyI, benzyl or phenyl and 

R2,2 is OH, Ci-Ci8alkoxy, benzyloxy, NR223R224. wherein R223 and R224 are independently of 

each other hydrogen or Ci-Ci8alkyl; 

or wherein A is a group of formula (XXXA), (XXXB) or (XXXO) 




(XXXA) 



m 




(XXXB) 



P 
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O 




(XXXO) 



wherein 

Gi, G2, G3 and G4 are independently aikyl of 1 to 4 carbon atoms, or Gi and G2 together and 
G3 and G4 together, or Gi and G2 together or G3 and G4 together are pentamethylene; 
G5 and Ge are independently hydrogen or C1-C4 alkyi; 
m is a number from 1-4; 
p is a number from 1-3; 

R, if m is 1, is hydrogen, Ci-Cisalkyi which is uninterrupted or C2-Ci8alkyl which is interrupted 
by one or more oxygen atoms, cyanoethyl, benzoyl, glycidyi, a monovalent radical of an 
aliphatic carboxylic acid having 2 to 18 carbon atoms, of a cycioaliphatic carboxylic acid 
having 7 to 15 carbon atoms, or an a,p-unsaturated carboxylic acid having 3 to 5 carbon 
atoms or of an aromatic carboxylic acid having 7 to 15 carbon atoms, where each carboxylic 
acid can be substituted in the aliphatic, cycioaliphatic or aromatic moiety by 1 to 3 -COOZ12 
groups, in which Zijis H, Ci-Caoalkyi, Cs-Cizalkenyl, Cs-CycycloalkyI, phenyl or benzyl; or 
R is a monovalent radical of a carbamic acid or phosphorus-containing acid or a monovalent 
silyl radical; 

R, if m is 2, is Cz-Cisalkylene, C4-Ci2alkenylene. xylylene, a divalent radical of an aliphatic 

dicarboxylic acid having 2 to 36 carbon atoms, or a cycioaliphatic or aromatic dicarboxylic 

acid having 8-14 carbon atoms or of an aliphatic, cycioaliphatic or aromatic dicarbamic acid 

having 8-14 carbon atoms, where each dicarboxylic acid may be substituted in the aliphatic, 

cycioaliphatic or aromatic moiety by one or two -COOZ12 groups; or 

R is a divalent radical of a phosphorus-containing acid or a divalent siiyl radical; 

R, If m is 3, is a trivalent radical of an aliphatic, cycioaliphatic or aromatic tricarboxylic acid, 

which may be substituted in the aliphatic, cycioaliphatic or aromatic moiety by 

-COOZ12. of an aromatic tricarbamic acid or of a phosphorus-containing acid, or is a trivalent 

silyl radical, 
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R, if m is 4, is a tetravalent radical of an aliphatic, cycloaliphatic or aromatic tetracartjoxylic 

acid; 

p is 1, 2 or 3, 

R401 is Ci-Ci2all<yl, Cs-CrcycloalkyI, CT-CsaralkyI, Ca-CisaikanoyI, Cs-CsaikenoyI or benzoyl; 
when p is 1 , 

R402 is Ci-Cisalkyl, C5-C7cycloaiky!, Cz-Csalkenyl unsubstituted or substituted by a cyano, 
carbonyl or carbamide group, or is glycidyl, a group of the formula -CH2CH(OH)-Z4 or of the 
formula -CO-Z4- or -CONH-Z4 wherein Zj is hydrogen, methyl or phenyl; or 
when p is 2, 

R402 is C2-Ci2alkylene, C6-Ci2-arylene, xylylene, a -CH2CH(OH)CH2-0-B-0-CH2CH(OH)CH2- 
group, wherein B is Cz-Cioaikylene, Cg-Cisarylene or Ce-Ciacycloalkylene; or, provided that 
R401 is not alkanoyi, alkenoyi or benzoyl; or 

R402 is a divalent acyl radical of an aliphatic, cycloaliphatic or aromatic dicarboxylic acid or 
dicarbamic acid, or is the group -CO-; or 

R401 and R402 together when p is 1 can be the cyclic acyl radical of an aliphatic or aromatic 
1,2- or 1,3-dicarboxylic acid; or 
R402is a group 



where T? and Ta are independently hydrogen, alkyi of 1 to 18 carbon atoms, or T7 and Ta 

together are alkylene of 4 to 6 carbon atoms or 3-oxapentamethylene; 

when p is 3, 

R402 is 2,4,6-triazinyl; 

or wherein in formula (XLa) or (XLb) 

R301, R302, R303 and R304 independently of each other are Ci-C4alkyi, which is unsubstituted or 
substituted by OH, or a group -O-C(O)-R305, or R301 and R302 and/or R303 and R304 together 
with the linking carbon atom form a Cs-Cecycloalky! radical; 





8 
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R305 is hydrogen or Ci-C4alkyl. 

R305 and R307 independently are hydrogen, methyl or ethyl; 
Zi is O or NR308; 

Q4 is a direct bond or a divalent radical CH2, CH2CH2. CH2-CH2-CH2, C(0), CHsCCO) or CH2- 
CH-CH3; 

R308 is hydrogen, Ci-C4alkyl, Ci-C4alkyl which is substituted by OH, or benzyl. 

More prefen-ed is a compound, wherein in formula (XXXA), (XXXB) or (XXXO) and G3 
are methyl and G2 and G4 are ethyl or propyl, or Gi and G2 are methyl and G3 and G4 are 
ethyl or propyl. 

Particularly preferred is a compound of formula (XXXA) wherein G, and G3 are methyl and 
G2 and G4 are ethyl or propyl, or G^ and G2 are methyl and G3 and G4 are ethyl or propyl, 
one of G5 and Ge is hydrogen and the other is methyl or both are hydrogen, m is 1 and R is 
Ci-CisalkyI or the monovalent radical of a C2-Ci8carboxylic acid. 

Preferably in formula (XLa) and (XLb) at least two of R301, R302, R303 and R304 are ethyl, 
propyl or butyl and the remaining are methyl and the other substituents have the meaning as 
defined above. 

The compounds of the present invention can be prepared according to standard methods as 
illustrated in examples A1-A18, which are however not comprehensive. 

Particularly suitable intermediates are of formula (iV), (V), (VI) or (VII) 




(V) 



(VI) 




(VII) 
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wherein 

Ri, R2, R3 and A are as defined above; 
Y is O, NR3 or CR3-R4; 
Q3 is hydrogen or Ci-C4alkyl; and 
R4 is hydrogen or halogen; 

with the proviso, that if in formula (V) Y is CR3R4 and R3, R4 and Q3 are hydrogen A is not a 
nitroxyi radical derived from 2,2,6,6-tatramethyi-piperidine. 

Compounds according to formula (IV), (V), (VI) or (VI 1) are also subject of the present 

invention. 

They can be prepared by reacting a stable free nitroxyi radical with the corresponding 
substituted aromatic compound. This can be done for example in a photoreaction as 
described in examples 1, 2, 11, 12, 16 and 23, compounds 101. 102, 111, 112, 116 and 123. 

The intermediate compounds (IV), (V), (VI) and (VII) can further be reacted according to 
known methods to yield compounds of formula (I), (II) or (III). These reactions are standard 
operations such as for example alkylation, esterification, urethane formation or addition to 
oxirane groups. 

A further subject of the present invention is a polymerizable composition, comprising 

a) at least one ethylenically unsaturated monomer or oligomer, and 

b) a compound of fomiula (1), (II), (111), (iV), (V), (VI) or (VII). 

Preferably b) is a compound of formula (I) or (II). 

The definitions and preferences given above apply also for the composition. 

Typically the ethylenically unsaturated monomer or oligomer is selected from the group 
consisting of ethylene, propylene, n-butylene, i-butylene, styrene, substituted styrene, 
conjugated dienes, acrolein, vinyl acetate, vinylpyrrolidone, vinylimidazole, maleic anhydride, 
(alkyl)acrylic addanhydrides, (alkyl)acrylic acid salts, (alkyl)acrylic esters, (meth)acrylo- 
nitriles, (alkyl)acrylamides, vinyl halides or vinylidene halides. 
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Preferred ethylenically unsaturated monomers are ethylene, propylene, n-butylene, I- 
butylene, isoprene. 1,3-butadiene, a-Cs-Cisalkene, styrene, a-methyl styrene, p-methyl 
styrene or a compound of formula CH2=C(Ra)-(C=Z)-Rb, wherein Ra is hydrogen or Ci- 
C4alkyl, Rb is NH2, 0"(Me*), glycidyl, unsubstituted Ci-Ci8a!koxy, Ca-Ciooalkoxy interrupted by 
at least one N and/or O atom, or hydroxy-substituted Ci-Ci8alkoxy, unsubstituted Ci- 
Ciealkylamino, di(Ci-Ci8alkyl)amino, hydroxy-substituted Ci-Cisalkylamino or hydroxy- 
substituted di(Ci-Ci8alkyl)amino, -0-CH2-CH2-N(CH3)2 or -0-CH2-CH2-N'H(CH3)2 An"; 
An' is a anion of a monovalent organic or inorganic acid; 
Me is a monovalent metal atom or the ammonium ion. 
Z is oxygen or sulfur. 

Examples for Ra as C2-Ciooalkoxy interrupted by at least one O atom are of formula 



Cisalkyl, Rd is hydrogen or methyl and v is a number from 1 to 50. These monomers are for 
example derived from non ionic surfactants by acrylation of the corresponding alkoxylated 
alcohols or phenols. The repeating units may be derived from ethylene oxide, propylene 
oxide or mixtures of both. 

Further examples of suitable acrylate or methacrylate monomers are given t>elow. 




V 



wherein Rc is Ci-C2salkyl, phenyl or phenyl substituted by Ci- 




An', wherein An 



and Ra have the meaning as defined above and Re is methyl or benzyl. An' is preferably CI", 
Br 'or 'O3S-CH3. 
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Preferably Ra is hydrogen or methyl, Rb is NHz. gycidyl, unsubstituted or with hydroxy 
substituted C,-C4alkoxy, unsubstituted Ci-C4alkylamino, di(Ci-C4ail<yl)amino, hydroxy- 
substituted Ci-C4aikylamino or hydroxy-substituted di{Ci-C4alkyl)amino;and 
Z is oxygen. 
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Particularly preferred ethylenically unsaturated monomers are styrene, methylacryiate, 
ethylacryiate, butylacrylate, isobutylacrylate, tert. butytacrylate, hydroxyethylacrylate, 
hydroxypropylacrylate, dimethylaminoethylacrytate, glycidylacrylates, methyl(meth)acrylate, 
ethyl(meth)acry!ate, butyl(meth)acrylate, hydroxyethyl(meth)acrylate, 
hydroxypropyl(meth)acrylate, dimethylaminoethyl(meth)acrylate, glycidyl(meth)acrylates, 
acrylonitrile, acrylamide, methacrylamide or dimethylaminopropyl-methacrylamide. 

It is also possible to enhance tine rate of polymerization or copolymerization of slowly 
polymerizing monomers such as for example of the class of methacryiates, in particular 
methylmethacrylate by the addition of more readily polymerizable comonomers such as 
acrylates. Typical examples are the polymerization or copolymerization of methylmethacry- 
late in the presence of methylacryiate or butylacrylate. 

Typical slowly polymerizing methacryiates are methyl(meth)acrylate, ethyl(meth)acrylate, 
butyl(meth)acrylate, hydroxyethyl(meth)acrylate, hydroxypropyl(meth)acrylate, 
dimethylaminoethyl(meth)acrylate, gtycidyl(meth)acry!ates, methacrylamide or 
dimethylaminopropyl-methacrylamide. The polymerization of these methacryiates can be 
enhanced by the addition of the corresponding acrylates. 

Preferred is a composition, wherein the ethylenically unsaturated monomer is a mixture of a 
methacryiate and an acrylate. 

The amounts of readily polymerizable comonomers range typically from 5 parts to 95 and 
the slowly polymerizable monomers range from 95 to 5 parts respectively. 

The initiator/regulator compound of formula (I), (II). {ill), (IV), (V. (VI) or (Vil) is preferably 
present in an amount of from 0.01 mol-% to 30 mol-%, more preferably in an amount of from 
0.01 mol-% to 20 mol-%, and most preferably in an amount of from 0.05 mol-% to 10 mol-% 
based on the monomer or monomer mixture. 

A further subject of the invention is a process for preparing an oligomer, a cooligomer, a 
polymer or a copolymer (block or random) by free radical polymerization of at least one 
ethylenically unsaturated monomer or oligomer, which comprises (co)polymerizing the 
monomer or monomers/oligomers in the presence of an initiator/regulator compound of 
formula (I), (II), (111) or (IV) under reaction conditions capable of effecting scission of the O-C 
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bond to form two free radicals, the radical "C radical being capable of initiating 
polymerization. 

The scission of the O-C bond can be effected by ultrasonic treatment, heating or exposure to 
electromagnetic radiation, ranging from y to microwaves. 

Preferably the scission of the O-C bond is effected by heating and takes place at a 
temperature of between SCC and ISO'C. 

The process may be carried out in the presence of an organic solvent or in the presence of 
water or in mixtures of organic solvents and water. Additional cosolvents or surfactants, such 
as glycols or ammonium salts of fatty acids, may be present. Other suitable cosolvents are 
described hereinafter. 

Preferred processes use as little solvents as possible. In the reaction mixture it is preferred 
to use more than 30% by weight of monomer and initiator, particularly preferably more than 
50% and most preferrably more than 80%. In many cases it is possible to polymerize without 
any solvent. 

If organic solvents are used, suitable solvents or mixtures of solvents are typically pure 
alkanes (hexane, heptane, octane, isooctane), hydrocarbons (benzene, toluene, xylene), 
halogenated hydrocarbons (chlorobenzene), alkanols (methanol, ethanol, ethylene glycol, 
ethylene glycol monomethyl ether), esters (ethyl acetate, propyl, butyl or hexyl acetate) and 
ethers (diethyl ether, dibutyl ether, ethylene glycol dimethyl ether), or mixtures thereof. 

The aqueous polymerization reactions can be supplemented with a water-miscible or 
hydrophilic cosolvent to help ensure that the reaction mixture remains a homogeneous single 
phase throughout the monomer conversion. Any water-soluble or water-miscible cosolvent 
may be used, as long as the aqueous solvent medium is effective in providing a solvent 
system which prevents precipitation or phase separation of the reactants or polymer 
products until after all polymerization reactions have been completed. Exemplary cosolvents 
useful in the present invention may be selected from the group consisting of aliphatic 
alcohols, glycols, ethers, glycol ethers, pyrrolidines, N-alkyI pyrrolidinones, N-alkyl 
pyrrolidones, polyethylene glycols, polypropylene glycols, amides, carboxylic acids and salts 
thereof, esters, organosulfides, sulfoxides, sulfones, alcohol derivatives, hydroxyether 
derivatives such as butyl carbitol or cellosolve, amino alcohols, ketones, and the like, as well 
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as derivatives thereof and mixtures thereof. Specific examples include methanol, ethanol, 
propanol, dioxane, ethylene glycol, propylene glycol, diethylene glycol, glycerol, dipropylene 
glycol, tetrahydrofuran, and other v^ater-soluble or water-miscible materials, and mixtures 
thereof. When mixtures of water and water-soluble or water-miscible organic liquids are 
selected as the aqueous reaction media, the water to cosolvent weight ratio is typically In the 
range of about 100:0 to about 10:90. 

The process is particularly useful for the preparation of block copolymers. 

Block copolymers are, for example, block copolymers of polystyrene and polyacrylate (e.g., 
poly(styrene-co-acrylate) or poly(styrene-co-acrylate-co-styrene). They are usefull as 
adhesives or as compatibiiizers for polymer blends or as polymer toughening agents. 
Poly(methylmethacrylate-co- acrylate) diblock copolymers or poly(methylacrylate-co- 
acrylate-co-methacrylate) triblock copolymers) are useful as dispersing agents for coating 
systeme, as coating additives (e.g. Theological agents, compatibiiizers, reactive diluents) or 
as resin component in coatings(e.g. high solid paints) Block copolymers of styrene, 
(meth)acryiates and/or acrylonitrile are useful for plastics, elastomers and adhesives. 

Furthermore, block copolymers of this invention, wherein the blocks alternate between polar 
monomers and non-polar monomers, are useful in many applications as amphiphiiic 
surfactants or dispersants for preparing highly uniform polymer blends. 

The (co)poiymers of the present invention may have a number average molecular weight 
from 1 000 to 400 000 g/mol, preferably from 2 000 to 250 000 g/mol and, more preferably, 
from 2 000 to 200 000 g/mol. The number average molecular weight may be determined by 
size exclusion chromatography (SEC), gel permeation chromatography (GPC), matrix 
assisted laser desorption/ionization mass spectrometry (MALDI-MS) or, if the initiator carries 
a group which can be easily distinguished from the monomer(s), by NMR spectroscopy or 
other conventional methods. 

The polymers or copolymers of the present invention have preferably a polydisperslty of from 
1 .1 to 2, more preferably of from 1 .2 to 1 .8. 

Thus, the present invention also encompasses in the synthesis novel block, multi-block, star, 
gradient, random, hyperbranched and dendritic copolymers, as well as graft copolymers. 
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The definitions and preferences for the different substituents given for the compounds, apply 
also for the composition and for the polymerization process. 

The polymers prepared by the present invention are useful for following applications: 

adhesives, detergents, dispersants, emulsifiers, surfactants, defoamers, adhesion pro- 
moters, corrosion inhibitors, viscosity improvers, lubricants, rheology modifiers, thickeners, 
crosslinkers, paper treatment, water treatment, electronic materials, paints, coatings, photo- 
graphy, ink materials, imaging materials, superabsorbants, cosmetics, hair products, preser- 
vatives, biocide materials or modifiers for asphalt, leather, textiles, ceramics and wood. 

Because the present polymerizaton is a "living" polymerization, it can be started and stopped 
practically at will. Furthermore, the polymer product retains the functional alkoxyamine group 
allowing a continuation of the polymerization in a living matter. Thus, in one embodiment of 
this invention, once the first monomer is consumed in the initial polymerizing step a second 
monomer can then be added to form a second block on the growing polymer chain In a 
second polymerization step. Therefore it is possible to carry out additional polymerizations 
with the same or different monomer(s} to prepare multi-block copolymers. 
Furthermore, since this is a radical polymerization, blocks can be prepared in essentially any 
order. One is not necessarily restricted to preparing block copolymers where the sequential 
polymerizing steps must flow from the least stabilized polymer intermediate to the most 
stabilized polymer intermediate, such as is the case in ionic polymerization. Thus it is 
possible to prepare a multi-block copolymer in which a polyacryionitrile or a poly(meth)- 
acrylate block is prepared first, then a styrene or butadiene block is attached thereto, and so 
on. 

Furthemiore, there is no linking group required for joining the different blocks of the present 
block copolymer. One can simply add successive monomers to form successive blocks. 

A plurality of specifically designed polymers and copolymers are accessible by the present 
invention, such as star and graft {co)polymers as described, inter alia, by 0. J. Hawker in 
Angew. Chemie, 1995, 107, pages 1623-1627, dendrimers as described by K. Matyaszewski 
et al. in Macrmolecules 1996. Vol 29, No. 12, pages 4167-4171, graft {co)polymers as 
described by C. J. Hawker et al. in Macromol. Cham. Phys. 198, 155-166(1997), random 
copolymers as described by C. J. Hawker in Macromolecules 1996, 29, 2686-2688, or 
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diblock and triblock copolymers as described by N. A. Listigovers in Macromolecules 1996, 
29, 8992-8993. 

Preferably a coollgomer or copolymer of star, comb or block structure is prepared. 

Still further subjects of the Invention are oligomer, cooligomer, polymer or copolymer 
prepared by said process and the use of a compound of formula (I) (II), (III), (IV), (V), (VI) or 
(Vll) for the polymerization of ethylenically unsaturated monomers. 

The following examples illustrate the invention. 
A Preparation of compounds 

Example A1: (Compound 101) 

A photoreactor is charged with 120 g (0.73 mol) of 4-ethytphenylacetate, 5 g (0.029 mol) of 
4-hydroxy-2,2,6,6-tetramethylpiperidin-1-oxyl and 16.9 g (0.115 mol) of t-butylperoxide. The 
red solution is flushed with nitrogen and Is then irradiated at 20-25X using a mercury 
dipping lamp (Pyrex jacket). Subsequently, the reaction mixture is concentrated in a rotary 
evaporator and the residue is chromatographed over silica gel with hexane / ethyl acetate 
(6 : 4), affording 6.2 g (64% of theory) of compound 101 in the form of colourless crystals, 
m.p.: 65-67° C 

Analysis calculated for C19H29NO4: C 68.03%, H 8.71%, N 4.18%; found C 67.96%, H 8.85%, 
N 3.77%. 

Example A2: (Compound 102) 

5ml of HCI (37%) are added, with stirring and at room temperature, to a solution consisting 
of lOg (0.03 mol) of the compound 101 In 50 ml of methanol. After 30 minutes, the resulting 
residue is collected by filtration. The residue is slurried in water and the aqueous suspension 
is adjusted to pH 7-8 vwth solid sodium hydrogen carbonate and extracted with ether. The or- 
ganic phase is then dried over Na2S04 and concentrated in a rotary evaporator. The residue 
is recrystallised from toluene, affording 6.7 g (76 % of theory) of compound 102 in the form 
of white crystals, m.p.: 97-99 "C. 

Analysis calculated for C17H27NO3: C 69.59%, H 9.28%, N 4.77%; found 0 70.36%, H 9.33%, 
N 4.48%. 
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Example A3: (Compound 103) 

2.3 ml (0.027 mol) of allyl bromide are added dropwise at 20 °C to a suspension consisting 
of 4.0 g (0.014 mol) of compound 102 and 3.7 g (0.027 mol) of K2CO3 in 40 ml of acetone. 
This mixture is then stirred for 6 hours at 60 °C. The reaction mixture is filtered and the fil- 
trate is then concentrated in a rotary evaporator. The residue is recrystallised from pentane, 
affording 2.6 g (58 % of theory) of compound 103 in the form of white crystals, m.p.: 66.5 - 
67.5 ^C. 

Analysis calculated for C20H31NO3: C 72.03%, H 9.37%. N 4.20%; found C 71.46%, 
H 9.36%, N 4.27%. 

Example A4: (Compound 104) 

A solution consisting of 22.0 g (0.075 mol) of compound 102 and 3 g (0.075) of NaOH in 
30 ml of acetone and 50 ml of water is added dropwise at 5-10 °C to a solution consisting of 
4.2 g (0.023 mol) of cyanuric chloride in 50 ml of acetone. After stirring the mixture for 
16 hours at room temperature, the precipitated residue is collected by filtration. The filter 
cake is washed thoroughly with water, methanol and ether, affording 19.1 g (88% of theory) 
in the form of a white solid, m.p.: 212-214 °C. 

Analysis calculated for C54H78N6O9: C 67.89%, H 8.23%, N 8.79%; found C 67.51%, 
H 8.24%, N 8.90%. 

Example AS: (Compound 105) 

In analogy to Example 3, 1 g (3.78 mmol) of a,a'-dibromo-p-xy!ene, 2.45 g (8.35 mmol) of 
compound 102 and 1.15 g (8.32 mmol) of K2CO3 are reacted in 25 ml of acetone. The crude 
product is chromatographed over silica ge! with methylene chloride / ethanol (10:2), giving 
2.4 g (92% of theory) of compound 105 in the form of white crystals, m.p.: 139-141 °C. 
Analysis calculated for C42H60N2O6: C 73.22%. H 8.78%. N 4.06%; found C 73.92%, 
H 8.57%, N 3.81%. 

Example A6: (Compound 106) 

In analogy to Example 3. 1 g (2.94 mmol) of 4,4'-bis(bromomethyl)biphenyl, 1.90 g 
(6.47 mmol) of compound 102 and 0.90 g (6.51 mmol) of K2CO3 are reacted in 20 ml of 
acetone. The crude product is chromatographed over silica gel with methylene diloride / 
ethanol (10:2), giving 2.15 g (95% of theory) of compound 106 In the form of white crystals, 
m.p.: 65-69" C 
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Analysis calculated for C48H64N2O6: C 75.35%. H 8.43%, N 3.66%; found C 74.51%, H 
8.54%, N 3.40%. 

Example A7: (Compound 107) 

In analogy to Example 3, 5.0 g (0.011 mol) of 1,2,4,5-tetrakis(bromo-methyl)benzene, 15.0 g 
(0.051 mol) of compound 102 and 7.0 g (0.05 mol) of K2CO3 are reacted In 100 ml of 
acetone. The crude product is chromatographed over silica gel with methylene chloride / 
ethanol (10:3) and is then recrystallised from toluene, giving 9.1 g (63% of theory) of com- 
pound 107 In the form of white crystals, m.p.: 158-161 "C . 

Analysis calculated for C78H114N4O12: C 72.08%, H 8.84%, N 4.31%; found C 71.53%, H 
8.84%, N 3.99%. 

Example A8: (Compound 108) 

In analogy to Example 3, 5.0 g (7.86 mmol) of hexakis(bromomethyl)benzene, 15.6 g 
(53.1 mmol) of compound 102 and 7.4 g (53.5 mmol) of K2CO3 are reacted in 250 ml of ace- 
tone. The crude product is chromatographed over silica gel with methylene chloride / ethanol 
(10:3) and is then recrystaliised from toluene, giving 13.3 g (89% of theory) of compound 
108 in the form of white crystals, m.p.: 154-157 °C . 

Analysis calculated for Ci^HiesNeOie: C 71.66%, H 8.86%, N 4.39%; found C 71.64%, H 
8.87%, N 4.06%. 

Example A9: (Compound 109) 

In analogy to Example 3, 1 ml (7.67 mmol) of ethyl 2-bromopropionate, 2.0 g (6.81 mmol) of 
compound 102 and 1 .0 g (7.24 mmol) of K2CO3 are reacted in 10 mi of acetone. The crude 
product is chromatographed over silica gel with methylene chloride / ethanol (10:3), giving 
2.25 g (84% of theory) of compound 109 In the form of a colouriess oil. 
Analysis calculated for C22H35NO5: 0 67.15%, H 8.96%, N 3.56%; found C 67.05%, H 8.99%, 
N 3.52%. 

Example A10: (Compound 1 1 0) 

In analogy to Example 1, compound 110 is obtained in the form of white crystals from 1-f- 
butyl-3,3-dlethy!-5,5-dimethyl-piperazin-2-on-4-oxyl and 4-ethylphenylacetate. m.p.: 92-96 
'0. Analysis calculated for C24H38N2O4: C 68.86%, H 15, N 6.69; found C 68.68%, H 9.10%. 
N 6.46%. 
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1-Nbutyl-3,3-diethyl-5,5-dimethyl-piperazin-2-on-4-oxyl is prepared as described in EP 
Application No. 98811030.0. 

Example A1 1 : (Compound 111) 

In analogy to Example 1, compound 111 is obtained in the form of white crystals from 1-f- 
butyl-3,3-diethyl-5,5-dimethyl-piperazin-2-on-4-oxyl and 4-ethylacetophenone. m.p.: 91-94 
°C. Analysis calculated for C24H38N2O3: C 71.60%. H 9.51%, N 6.96%; found C %71.03. H 
9.49%, N 6.90%. 

1-f-butyl-3,3-diethyl-5,5-dimethyl-piperazin-2-on-4-oxyl is prepared as described in EP 
Application No. 98811030.0. 

Example A12: (Compound 1 1 2) 

16 g of potassium carbonate are added at a temperature from 1 1-20 °C to a solution 
consisting of 32.3 g (0.077 mol) of compound 1 10 in 250 ml of methanol. After stirring for 15 
minutes, the reaction mixture is acidified with 2N-HCI and diluted with 500 ml of water. The 
precipitated residue is collected by suction filtration, washed with water and dried, giving 
28.4 g (96%) of compound 1 12 in the form of a beige microcrystailine powder, m.p. 145 - 
147 °C. 

^H-NMR (300 MHz, CDCI3), 5(ppm): (diastereomeric mixture): 7.17-6.76 m (4H), 4.65-4.54 m 
(1H), 3.14-2.93 m (2H). 2.13-0.55 m (28H). 

Example A1 3: (Compound 1 13) 

In analogy to Example 3, 2.64 g (0.01 mol) of a,a'-dibromo-p-xylene, 7.9 g (0.021 mol) of 
compound 112 and 2.8 g (0.02 mol) of K2CO3 are reacted in 30 mi of acetone. The crude 
product is chromatographed over silica gel with ethyl acetate / hexane (1 :4), giving 4.4 g 
(51% of theory) of compound 113 in the form of a colourless resin. 
Analysis calculated for C52H78N4O6: C 73.03%, H 9.19%, N 6.55%; found C 73.17%, 
H 9.19%, N 6.55%. 

Example A14: (Compound 114) 

In analogy to Example 3, 2.25 g (0.005 mol) of 1,2,4,5-tetrakis(bromomethyl)benzene, 7.9 g 
(0.021 mol) of compound 1 12 and 2.8 g (0.02 mol) of K2CO3 are reacted in 40 ml of acetone. 
The crude product is chromatographed over silica gel with hexane / f-butylmethyi ether (3:1) 
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and is then recrystallised from hexane, giving 5.1 g (62.5% of theory) of compound 1 14 in 
the form of white crystals, m.p.: 148-153 °C . 

^H-NMR (300 MHz, CDCI3), 5(ppm): (diastereomeric mixture): 7.64 s (2H), 7.16-6.83 m 
(16H). 5.10 s (8H), 4.61-4.57 m {4H), 3.05-2.80 m (8H), 2.07-0.57 m (1 12H). 

Example A15: (Compound 115) 

In analogy to Example 3, 2.12 g (0.003 mol) of hexakis(bromomethyl)benzene, 7.9 g 
(0.021 mol) of compound 112 and 2.8 g (0.02mol) of K2CO3 are reacted in 40 ml of acetone. 
The crude product is chromatographed over silica gel with hexane / ethyl acetate (4:1), 
giving 7.55 g (95% of theory) of compound 1 15 in the form of a colourless resin. 
^H-NMR (300 MHz, CDCI3), 5(ppm): (diastereomeric mixture): 7.24-6.84 m (24H), 5.20 bs 
(12H), 4.65-4.63 m (6H). 3.12-2.88 m (12H), 2.13 -0.65 m (168H). 

Example A16: (Compound 116) 

3.1 ml (0.06 mo!) of bromine are added dropwise, with cooling, to a solution consisting of 8 g 
(0.2 mol) of NaOH in 60 ml water, keeping the temperature below 10 °G. A solution 
consisting of 8.05 g (0.02 mol) of compound 111 in 25 ml dioxane is then added dropwise 
and the mixture is stirred for 5 hours at a temperature from 10-20 °C. Subsequently, 100 ml 
of water are added and the solution is extracted with 50 ml of methyl-Nbutyl ether. The 
aqueous phase is acidified with HCl and extracted again with 2x50 ml of methyl-Nbutyl ether. 
These extracts are then washed with water, dried over MgS04 and concentrated by evapora- 
tion. The residue is slurried in hexane, filtered and dried, giving 6.55 g (81%) of compound 

116 in the form of a beige microcrystalline powder, m.p. 172-177 "C. 

'H-NMR (300 MHz, CDCI3), 5(ppm): (diastereomeric mixture): 7.15 d (2H), 7.35 d (2H), 
4.73-4.71 m (1H). 3.16-2.83 m (2H), 2.11 -0.60 m (28H). 

Example A17: (Compound 117) 

5.75 g (0.014 mol) of compound 116, O.lg of 4-dimethyiaminopyridine, 1.31 g (0.0065 mol) 
of 1,12-dodecanediol and 2.95 g (0.014 mo!) of dicyclohexylcarbodiimide are stirred in 25 ml 
of dichloromethane for 20 hours. After filtering the reaction mixture, the filtrate is chroma- 
tographed over silica gel with ethyl acetate / hexane (5:1), giving 4.95 g (78%) of compound 

117 in the form of a colourless resin. 

Analysis calculated for C58H94N4O8: C 71.42%. H 9.71%, N 5.74%; found C 71.33%, 
H 9.66%, N 5.79%. 



wo 01/02345 



-43- 



PCT/EPOO/05899 



Example A1 8: {Compound 118) 

In analogy to Example 117, 4.7 g ( 70%) of compound 118 are obtained in the form of a 
colourless resin from 7.1 g (0.00176 mol) of compound 1 16, 0.55 g (0.004 mol) of penta- 
erythritot, 0.1 g of 4-dlmethylaminopyridine and 3.63g (0.00176 mol) of dicyclohexylcarbo- 
diimide in 25 ml of dichloromettiane. 

^H-NMR (300 MHz. CDCI3), 5{ppm): (diastereomeric mixture): 7.91 d (8H). 7.28 d (8H), 
4.83-4.76 m (4H). 4.73 bs (8H), 3.16-2.91 m (8H). 2.19 -0.69 m (112H). 

Example A19 : (Compound 119) 

In analogy to example A1 165 g (1 mol) of 4-ethylphenylacetate, 10 g (0,05 mol) of 4- 
hydroxy-2.6-diethyl-2,3,6-trimethylpiperidine-1-oxyl and 25 g (0,172 moi) of t-butylperoxide 
are reacted. The crude product is chromatographed over silica gel with ether / hexane (1:5), 
giving 8.5 g (45% of theory) of compound 1 19 in the form of a coloriess resin. 

Example A20 : (Compound 120) 

In analogy to example A2 34 g (0,09 mol) of of compound 1 19 are hydrolyzed with HCI. After 
work up 28,5 g of compound 120 are isolated as a yellow resin. 

Example A21 : (Compound 121) 

In analogy to example A5 3,1 g (0,012 mol) of a,a'-dibromo-p-xylene, 8,2 g (0,024 moi) of 
compound 120 and 1.15 g of K2CO3 are reacted in 50 ml of acetone. The crude product is 
chromatographed over silica gel with ether / hexane (1:5), giving 7,4 g (85% of theory) of 
compound 121 in the form of a white foam. 

Analysis calculated for C48H72N2O6: C 74.57%; H 9.38%; N 3.62%; found C 74.73%; H 
9.60%; N 3.62%. 

Example A22 : (Compound 122) 

In analogy to example A7 3 g (0,0067 mol) of 1 ,2,3,4-tetrakis(bromo-methyl)benzene, 10,3 g 
(0,031 mol) of compound 120 and 4,2 g of K2CO3 are reacted in 50 ml of acetone. The crude 
product is chromatographed over silica gel with ether / hexane (2:5), giving 9,2 g (95% of 
theory) of compound 122 in the form of a colorless resin for which the analytical data 
correspond to the given structure. 
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Example A23: (Compound 123) 

To 20g (0,066mol) of 1-{4-[1-{2,2,6,6-tetramethyl-piperidin-1-yloxy)-ethyl]-phenyl}-ethanone 
(prepared as described in WO 99/46261 example A4) in 40 ml ethanol 2 g (0,053 mol) of 
sodium borohydride were added. The reaction mixture was then stirred for 1hour at 50 "C. 
Subsequently, 50 ml of water are added and the solution is extracted with 2x50 ml of ethyl 
acetate. The organic phases are combined, dried over Na2S04 and concentrated by 
evaporation. The crude product is chromatographed over silica gel with hexane / ethyl 
acetate (10:1), giving 16,2 g (81% of theory) of compound 123 in the form of a white 
crystalline powder, m.p.: 50-51 "C. 

Example A24: (Compound 124) 

To a solution of 15g (0,05 mol) of compound 123 and 5,9 g of triethylamine in 100 ml ether 
4,9 g (0,053 mol) of acryloyi chloride are added drop wise under stirring at 0 °C. The reaction 
mixture is then stirred for 4 hours at room temperature. Subsequently, the reaction mixture is 
washed twice with 50 ml water, dried over Na2S04 and concentrated by evaporation. The 
cnjde product is chromatographed over silica gel with hexane / ethyl acetate (10:1), giving 
6,7 g (38% of theory) of compound 124 in the form of a colourless liquid for which the 
analytical data correspond to the given structure. The compounds prepared are summarised 
In Table 1 . 



Table 1 



No. 


Verbindung 


101 


HO-< N-0 \=/ 


102 


HO— ( N-0 \=/ 
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103 



104 



105 



106 
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107 


OH \_o 

HO o-/ ^==^ 0 
O-^ HO 


108 


0 " 


109 


HO-^ N-O \=/ 5 
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110 


-A 


f-N N-O ^-^ N=0 


111 


-A— N N-0 ^—^ ^ 


112 


-V-N N-0 ^—^ 


113 




114 


N-\/ 

0 0 
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The compounds 125- 165 can bee prepared in analogy to the examples given above. 
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134 


11 o-/Vl O ^ 1? 

' Intermediate 


135 




136 


\ l\ / \=/ \_/ \ /] 


137 


. o J/ _ 

Intermediate 


138 






139 




140 


Intermediate 


141 


1 / ^ OH 


142 


1 o o 
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143 


X ^ / Kl f\ .III —s, « 1 

Intermediate 


144 




145 


-V o-S-(CH3) S-x 


146 


Intermediate 


147 


/^~\ ?\ / \ OH 


148 




149 


Intermediate 


150 
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159 




^ OH 


160 






161 




162 




163 


. PO(OEt)2 

Intermediate 


164 


V P0(0Et)2 


165 


1 PO(OEt)j 0 O 
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C Polvmerfeation of acrvlates 
Example C1 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stirrer is charged with 0.441 g (1.17 mmol) of compound 112 and 10 g {78 mmol) 
of n-Butylacrylate and degassed. The dear solution is then heated to 145''C under argon. 
The mixture is stirred for 5 hours at 145°C and then cooled to 60X and the remaining 
monomer is evaporated under high vacuum. 4 g (40%) of the monomer are reacted and a 
colorless viscous liquid is obtained. 

GPC : l\/ln=4500. Mw=5600, Polydispersity index = 1 .25 
Example C2 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stirrer is charged with 1 .601 g (1 .872 mmol) of compound 1 13 and 8 g (62.4 mmol) 
of n-Butylacrylate and degassed. The clear solution is then heated to 145*'C under argon. 
The mixture is stirred for 3 hours at 145°C and then cooled to 60°C and the remaining 
monomer is evaporated under high vacuum. 5.68 g (71%) of the monomer are reacted and a 
clear yellow viscous liquid is obtained. 
GPC : Mn=4300, Mw=4900, Polydispersity index =1.15 

Example C3 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stirrer is charged with 1.528 g (0.936 mmol) of compound 1 14 and 8 g (62.4 mmol) 
of n-Butylacrylate and degassed. The clear solution is then heated to 145°C under argon. 
The mixture is stirred for 3 hours at 145°G and then cooled to eo^'C and the remaining 
monomer is evaporated under high vacuum. 5.2 g (65%) of the monomer are reacted and a 
clear yellow viscous liquid is obtained. 
GPC : Mn=8500, Mw=9700, Polydispersity index = 1.15 



Example C4 

A 50ml round-bottom three necked flask, equipped with thennometer, condenser and 
magnetic stirrer is charged with 2.255 g (0.936 mmol) of compound 115 and 8 g (62.4 mmol) 
of n-Butylacrylate and degassed. The clear solution is then heated to MS'C under argon. 
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The mixture is stirred for 3 liours at 145°C and then cooied to 60°C and the remaining 
monomer is evaporated under high vacuum. 4.8 g (60%) of the monomer are reacted and a 
yellow viscous liquid is obtained. 

GPC : Mn=7400, Mv»/=8100, Polydispersity index =1.1 
Example C5 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stirrer is charged with 0.473 g (1.17 mmol) of compound 116 and 10 g (78 mmol) 
of n-Butylacrylate and degassed. The clear solution is then heated to 145°C under argon. 
The mixture is stirred for 5 hours at MS'C and then cooled to 60°C and the remaining 
monomer is evaporated under high vacuum. 8.6 g (86%) of the monomer are reacted and a 
colorless viscous liquid is obtained. 

GPC : Mn=8100. Mw=12000, Polydispersity index =1.5 
Example C6 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stirrer is charged with 1.826 g (1.872 mmol) of compound 1 17 and 8 g (62.4 mmol) 
of n-Butylacrylate and degassed. The dear solution is then heated to 145*'C under argon. 
The mixture is stirred for 3 hours at 145X and then cooled to 60°C and the remaining 
monomer is evaporated under high vacuum. 5.2 g (65%) of the monomer are reacted and a 
clear yellow viscous liquid is obtained. 
GPC : Mn=4700, Mw=5500, Polydispersity index = 1.2 



Example C7 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stirrer is charged with 1.575 g (0.936 mmol) of compound 118 and 8 g (62.4 mmol) 
of n-Butylacryiate and degassed. The clear solution is then heated to 145"C under argon. 
The mixture is stirred for 3 hours at 145X and then cooled to 60°C and the remaining 
monomer is evaporated under high vacuum. 5.2 g (65%) of the monomer are reacted and a 
clear yellow viscous liquid is obtained. 
GPC : Mn=8400, Mw=9600, Polydispersity index =1.15 
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Example C8 (Compound 121) 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stin-er is charged with 1 .446 g (1 .87 mmol) of compound 121 and 8 g (62.4 mmol) 
of n-Butylacrylate and degassed. The clear solution is then heated to 145°C under argon. 
The mixture is stin-ed for 3 hours at 145X and then cooled to 60°C and the remaining 
monomer is evaporated under high vacuum. 6.8g (85%) of the monomer are reacted and a 
colorless viscous liquid is obtained. 
GPC : Mn=4100, Mw=4900, Polydispersity index = 1.2 

Example C9 (Compound 122) 

A 50ml round-bottom three necked flask, equipped with thermometer, condenser and 
magnetic stirrer is charged with 1.365 g (0.93 mmol) of compound 122 and 8 g (62.4 mmol) 
of n-Butylacrylate and degassed. The clear solution is then heated to 145°C under argon. 
The mixture is stirred for 3 hours at 145''C and then cooled to 60°C and the remaining 
monomer is evaporated under high vacuum. 7.5g (94%) of the monomer are reacted and a 
colorless viscous liquid is obtained. 

GPC ; Mn=91 00, Mw=1 1 300, Polydispersity index = 1 .25 
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Claims 

1 . A compound of formula (I) (II) or (III) 




wherein 

Ri and R2 are independently of each other hydrogen, Ci-Ciealkyl, Cs-Cisalkenyl, C3- 

Cisalklnyl or phenyl which are unsubstituted or substituted by NO2, halogen, amino, hydroxy, 

cyano, carboxy, Ci-C4alkoxy, Ci-C4alkylthio, Ci-C4alkylamlno or di(Ci-C4alkyl)amino; 

A is a group capable of forming a stable free nitroxyl radical A«, which is bound via its 

oxygen atom to the carbon atom; 

Y is O, NR3 or CHRs-Xa, wherein Xa is O, S or NR3; 

R3 is hydrogen, Ci-Ciealkyl, Cs-Ciealkenyl, Cs-dsalkinyl or phenyl which are unsubstituted or 
substituted by NO2, halogen, amino, hydroxy, cyano, carboxy, Ci-C4alkoxy, Ci-C4alkylthio, 
Ci-C4alkylamino or di(Ci-C4alkyl)amino; 

Qi is an organic or inorganic radical, derived from a compound having at least one functional 
group being capable of reacting with a hydroxy group; 

Q2 is an organic radical derived from a mono or poiyfunctional alcohol, mono or polyfunc- 
tional aminoalcohol, mono or poiyfunctional amine mono or poiyfunctional mercaptane, 
mono or poiyfunctional phenol or mono or poiyfunctional thiophenol; and 
n is a number from 1 to 20; 
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with the proviso, that in formula (I) if n is 1, Qi is not 




, or if n is 2, Ri is H 



and R2 is -CH2-0-tert. butyl, A is not 2,2,6,6-tetramethyipfperidine or 2,2,6.6- 
tetramethylpiperidine-4-carboxylic acid. 

2. A compound of formula (1) or (III), wherein Qi is derived from an unsubstituted or 
substituted triazine, from a mono or multifunctional all<yiating agent, from a mono or 
polycarboxylic acid or acid derivative, from a mono or potyepoxide, from a mono or 
polyisocyanate or from POCI3, SO2CI2, BCI3 or SiCU. 

3. A compound of formula (1), (II) or (III) according to claim 1 , wherein 

Ri and R2 are independently of each other hydrogen, Ci-Ci2aikyl, Ca-Ciaalkenyl or phenyl. 

4. A compound of formula (II) according to claim 1 , wherein Y is O or NR3. 

5. A compound of formula (I), (II) or (III) according to claim 1 , wherein n is a number from 2- 
10. 

6. A compound of formula (I) or (III) according to claim 1, v\rfiereln 

Qi Is an organic radical derived from an unsubstituted or substituted triazine, from a mono or 
polycarboxylic acid or acid derivative, from a mono or multifunctional alkylating agent or from 
a mono or polyisocyanate. 

7. A compound of formula (I) or (III) according to claim 6, wherein 

Qi is an organic radical derived from an unsubstituted or substituted triazine, from a 
polycarboxylic acid or polycarboxylic acid derivative, having 2-6 carboxylgroups, from a multi- 
functional alkylating agent having 2-6 functional groups or from a polyisocyanate, having 2-6 
isocyanate groups. 

8. A compound of formula (II) according to claim 1, wherein 

Q2 is an organic radical derived from a polyfunctional alcohol, a polyfunctional aminoalcohol 
or a polyfunctional amine. 
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9. A compound of formula (II) according to claim 8, wherein 

Qz is a radical derived from a polyalcohol having 2-6 hydroxy groups, a polyaminoalcohol 
having 2-6 amino and/or hydroxy groups, or a polyamine having 2-6 amine groups. 

10. A compound of formula (I), (11) or (III) according to claim 1, wherein the radical A« 
derived from the group A is a stable open chain nitroxyt radical or a cyclic nitroxyl radical. 

11. A compound of formula (I), (11) or (III) according to claim 1, wherein 
A is a group of formula (X) 




wherein ni is 0 or 1 

Rioi, Rio2, Rio3 are each independently of one another hydrogen, halogen, NO2, cyano, 
-CONR105R106 , -(Rio9)COORio4, -C(O)-Ri07, -OR108. -SR108, -NHR108, -N(Rio8)2, carbamoyl, 
di(Ci-Ci8alkyl)carbamoyi, -C(=NRio5)(NHRio6); 

unsubstituted Ci-Ci8alkyl, C2-Ci8alkenyl. C2-Ci8alkynyl, Cy-CgphenylalkyI, C3-Ci2cycloalkyl or 
Cs-CizcycloalkyI containing at least one nitrogen or oxygen atom; or 
Ci-Ci8alkyl, C2-Ci8alkenyl, C2-C18 alkynyl, CT-CgphenyialkyI, C3-Ci2cycloalkyi or C3- 
Ci2cycloalkyl containing at least one nitrogen or oxygen atom, which are substituted by NO2, 
halogen, amino, hydroxy, cyano, carboxy, Ci-C4alkoxy, Ci-C4alk^thio, Ci-C4alkylamino or 
di(Ci-C4alkyl)amino; or 

phenyl, which is unsubstituted or substituted by Ci-C4alkyi, Ci-C4alkoxy, Ci-C4alkylthio, 
halogen, cyano, hydroxy, carboxy, Ci-C4alkylamino or di(Ci-C4alkyl)amino; 
or R102 and R103, together VAflth the linking carbon atom, form a C3-C12 cycloalkyi radical, a 
(C4-Ci2cycloa[kanon)-yi radical or a C3-Ci2cydoalkyl radical containing at least one O atom 
and/or a NRios group; or if ni is 1 
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Rio4 is hydrogen, Ci-Ci8alkyl, phenyl, an alkali metal cation or a tetraaikylammonium cation; 
Rio5 and R106 are hydrogen, Ci-Cisalkyi, C2-Ci8alkyl which is substituted by at least one 
hydroxy group or, taken together, form a C2-Ci2alkylene bridge or a C2-Ci2-alkyiene bridge 
interrupted by at least one O or/and NR108 atom; 
R107 is hydrogen, Ci-Ci8alkyl or phenyl; 

R108 is hydrogen, Ci-CisalkyI or C2-Ci8alkyl which is substituted by at least one hydroxy 
group; 

R,o9 is Ci-Ci2alkylen or a direct bond; 

R110 is C4-Ci8alkyl bound via a tertiary C-atom to the nitrogen atom, Cg-Cuphenylaikyl, C3- 
Ci2cycloalkyl or C3-Ci2cycloalkyl containing at least one nitrogen or oxygen atom; or 
C4-Ci8alkyi bound via a tertiary C-atom to the nitrogen atom, Cg-Cuphenylaikyi, C3- 
Ci2cycloaIkyt or C3-Ci2cycloalkyl containing at least one nitrogen or oxygen atom, which are 
substituted by NO2, halogen, amino, hydroxy, cyano, carboxy, Ci-C4alkoxy, Ci-C4alkylthio, 
Ci-C4alkylamino ordl(Ci-C4alkyl)amino; or 

phenyl, naphthyl, which are unsubstituted or substituted by Ci-C4alkyl, Ci-C4alkoxy, Ci- 
C4alkylthio, halogen, cyano, hydroxy, carboxy, Ci-C4aikylamino or di(Ci-C4alkyl)amino; 
if ni is 1 

R111 is Ci-Ci8a!kyl, Cr-Cgphenylalkyl, Cs-CigcycloalkyI or C3-Ci2cycloalkyl containing at least 
one nitrogen or oxygen atom; or 

Ci-Ciaalkyl, CT-Cgphenyialkyl, C3-Ci2cycloalkyl or Cs-C^cycloalkyl containing at least one 
nitrogen or oxygen atom, which are substituted by NO2, halogen, amino, hydroxy, cyano, 
carboxy, Ci-C4aikoxy, Ci-C4alkylthio, Ci-C4alkylamino or di(Ci-C4alkyOamino; or 
phenyl, naphthyl, which are unsubstituted or substituted by Ci-C4aikyl, Ci-C4alkoxy, Ci- 
C4alkylthio, halogen, cyano, hydroxy, carboxy, Ci-C4alkylamino or di(Ci-C4alky!)amino; or 
a polycyclic cycloaliphatic ring system or a polycycllc cycloaliphatic ring system with at least 
one di- or trivalent nitrogen atom; or 

R110 and R111 together fomn a C2-Ci2alkylene bridge, a C3-C12 alkylen-on bridge or a C2- 
Ci2alkylene bridge which is interrupted by at least one O or N atom, which bridges are 
unsubstituted or substituted with Ci-Ciaalkyl, hydroxy(Gi-C4)aikyi, phenyl, Cr-Cgphenylalkyl, 
NO2, halogen, amino, hydroxy, cyano, carboxy, Ci-C4alkoxy, Ci-C4alkylthio, Ci-C4alkytamino 
or di(Ci-C4aikyl)amino, 
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R112 is hydrogen, -(Rio9)COOR,o4, cyano, -ORios. -SR108, -NHRios, -N(Rio8)2, -NH-C(0)-Rio8, 
unsubstituted Ci-CiaalkyI, C2-Ci8alkenyl, C2-Ci8all<ynyl, Cz-Cgphenylalkyl, Cs-CiscycloalkyI or 
C3-Ci2cycloalkyl containing at least one nitrogen or oxygen atom; or 
Ci-Ci8alkyl, C2-Ci8aikenyl, C2-C18 alkynyl, Cr-CgphenylalkyI, C3-Ci2cycloalkyl or Cs-Ciacyclo- 
alkyl containing at least one nitrogen or oxygen atom, which are substituted by NO2, 
halogen, amino, hydroxy, cyano, carboxy, Ci-C4alkoxy, Ci-C4alkylthio, Ci-C4alkylamino or 
di(Ci-C4alkyl)amino; or 

phenyl, naphthyl, which are unsubstituted or substituted by Ci-C4alkyi, Ci-C4alkoxy, Ci- 
C4alkylthio, halogen, cyano, hydroxy, carboxy, Ci-C4aikylamino, di(Ci-C4alkyl)amino; or 
R111 and R112 together with the linking carbon atom form a C3-Ci2cycloalkyl radical; 

or A is a group of formula XXa, XXb or XXc 

Y, (XXa). (XXb), 



R20..„A-< 



'^203 ^^204 O 



210 



^^207 



R27TO' R ^N'Vr2.2 

211 "^208^ ^^206 212 

I 

1 

wherein 

Yi is O or CH2; 

Q is O or NR220, wherein R220 is hydrogen or Ci-CisalkyI; 

R201 is tertiary C4-Ci8alkyl or phenyl, which are unsubstituted or substituted by halogen, OH, 
COOR221 or C(0)-R222 wherein R221 is hydrogen, a alkali metal atom or Ci-CigalkyI and R222 
is Ci-CisalkyI; or 

R201 is Cs-CiscycloalkyI, C5-Ci2cycloalkyl which is interrupted by at least one O or N atom, a 
polycyciic alkyi radical or a polycyclic alkyi radical which is interrupted by at least one O or N 
atom; 

R202 and R203 are independently Ci-CisalkyI, benzyl, C5-Ci2cycloalkyl or phenyl, which are 
unsubstituted or substituted by halogen, OH, COOR221 or C(0)-R222 or together with the 
carbon atom form a Cs-CiacycloalkyI ring; 
if Yi is O, 
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R204 and R212 are OH, 0(alkali-meta!) Crdealkoxy, benzyioxy, NR223R224, wherein R223 and 
R224 are independently from each other hydrogen, Ci-C-,8a!kyl or phenyl, which are 
unsubstituted or substituted by halogen, OH, COOR221 or C(0)-R222; 
if Yi is CH2, 

R204 is OH, Ci-Ci8alkoxy, benzyioxy, 0-C(0)-(Ci-Ci8)alkyl or NR223R224; 

R212 are a group C(0)R225, wherein R225 is OH, Ci-Ci8aIkoxy, benzyioxy, NR223R224, wherein 

R223 and R224 are independently from each other hydrogen, CrCisalkyl or phenyl, which are 

unsubstituted or substituted by halogen, OH, COOR221 or C(0)-R222; 

R205, R20S, R207 and R208 are independently of each other Ci-CiaalkyI, Cs-CiacycloalykyI or 

phenyl; or 

R205 and R206 and/or R207 and R208 together with the carbon atom form a C5-Ci2cycloaikyl 
ring; 

R209 and R210 are independently of each other hydrogen, formyl, Cz-Ciealkylcarbonyl, 
benzoyl, CrCisalkyl, C5-Ci2cycioalkyl, C5-Ci2cycloalkyl which is interrupted by at least one O 
or N atom, benzyl or phenyl which are unsubstituted or substituted by halogen, OH, 
COOR221 or 

C(0)-R222; 

R211, is formyl, C2-Ci3alkyicarbonyl, benzoyl, Ci-Ciaaiky!, C6-Ci2cycloalkyi, C5-Ci2cycloalkyl 
which is interrupted by at least one O or N atom, benzyl or phenyl which are unsubstituted or 
substituted by halogen, OH, COOR221 or C(0)-R222. 

or A is a group containing a structural element of formula (XXX) 




(XXX), wherein 



Gu Gz, G3, G4 are independently Ci-Csalkyi or Gi and G2 or G3 and G4, or Gi and G2 and G3 
and G4 together form a C5-Ci2cycloalkyi group; 

G5, Gs independently are H, Ci-CiaalkyI, phenyl, naphthyl or a group COOCi-Cisalkyl; 
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or A is a group of formula (XLa) or (XLb) 



R. 



'301 



R. 




■303 (XLa), 



R. 



■301 




(XLb), wherein 



R. 



N 



R, 



'302 



'304 



o 



R301, R302. R303 and R304 independently of each other are Ci-CisalkyI, Cs-Cisalkenyl, C3- 

Ci8all<inyl, Ci-Ciaaikyi, Cs-Cieaikenyl, Cs-Ciealkinyl which are substituted by OH, halogen or a 

group -O-C(O)-R305, Cz-CisalkyI which is intermpted by at least one O atom and/or NR305 

group, C3-Ci2cycloalkyl or Ce-Cioaryl or R301 and R302 and/or R303 and R304 together with the 

linking carbon atom form a Cs-Ciacycloalkyt radical; 

R305. R306 and R307 independently are hydrogen, Ci-Ci8alkyl or Ce-Cioaryl; 

Zi is O or NR308; 

R308 is hydrogen, OH, Ci-Ci8alkyl, Ca-Ciealkenyl, Ca-Cieaikinyl, Ci-Ci8alkyl, C3-Ci8alkenyl, C3- 
Cieaikinyl which are substituted by one or more OH, halogen or a group -O-C(O)-R305, C2- 
Ciealkyl which is interrupted by at least one O atom and/or NR305 group, C3-Ci2cycloalkyi or 
Cs-Cioaryl. CT-CgphenylalkyI, Cg-Cioheteroaryl, -C(0)-Ci-Ci8alkyl, -O-d-Cisalkyl or -COOC1- 
Cisalkyl; 

Q4 is a direct bond or a divalent radical CR309R310, CR309R310-CR311R312, 
CR309R310CR311R312CR313R314, C(0) or CR309R3ioC(0), wherein R309. R310, R311, R312, R313 and 
R314 are independently hydrogen, phenyl or Ci-Ci8alkyi. 

12. A compound of fomnula (I) or (II) according to daim 11, wherein A Is a group of formula 

(X) 

ni is 1 
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Rioi is cyano; 

R102 and R103 are each independently of one another unsubstituted Ci -Ci2all<yl or phenyl; 
or R102 and R103, together with the linking carbon atom, form a C5-C7 cycloalkyi radical; 

R110 is C4-Ci2alkyl bound via a tertiary C-atom to the nitrogen atom, Cg-Cuphenyialkyl or 
phenyl; 

R11 is Ci-CiealkyI, Cr-CgphenylalkyI or Cs-CizcycloalkyI; or 

R„o and Rm together form a C2-C6alkylene bridge which is unsubstituted or substituted with 
Ci-C4alkyl; and 
R112 is Ci-C4alkyl; 

or wherein A is a group of formula (XXa) 
R201 is tertiary C4-C8alkyl; 

R202 and R203 are methyl, ethyl or together with the carbon atom form a Cs-CecycloalkyI ring; 
R204 is Ci-Ci8alkoxy, benzyloxy or NR223R224, wherein R223 and R224 are independently of 
each other hydrogen or Ci-CealkyI; 

or wherein A is a group of formula (XXb), wherein Q is O; 

R205, R206, R207 and R208 are independently of each other methyl or ethyl; or 

R205 and R206 and/or R207 and R208 together with the carbon atom form a Cs-CecycloalkyI ring; 

R209 and R210 are independently of each other formyl, C2-CBalkylcarbonyl, benzoyl, Ci- 

Caalkyl, benzyl or phenyl; 

or wherein A is a group of formula (XXc), wherein Y, is O; 

R205, R206, R207 and R208 are independently of each other methyl or ethyl; or 

R205 and R206 and/or R207 and R208 together with the carbon atom fomn a Cs-Cecycloalkyl ring; 

R211 is formyl, C2-Ci8alkylcarbonyl, benzoyl, Ci-CiaalkyI, benzyl or phenyl and 

R212 is OH, Ci-Ci8alkoxy, benzyloxy, NR223R224, wherein R223 and R224 are independently of 

each other hydrogen or Ci-Ciaalkyl. 

or wherein A is a group of formula (XXXA), (XXXB) or (XXXO) 
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(XXXA) 



(XXXB) 



wherein 

Gi, G2. G3 and G4 are independently aikyi of 1 to 4 carbon atoms, or Gt and G2 together and 
G3 and G4 together, or Gi and G2 together or G3 and G4 together are pentamethylene; 
Gs and Ge are Independently hydrogen or C1-C4 alkyi; 
m is a number from 1-4; 
p Is a number from 1-3; 

R, If m is 1 , Is hydrogen, Ci-Ciaalkyi which is uninterrupted or Cs-CisalkyI which is Interrupted 
by one or more oxygen atoms, cyanoethyl, benzoyl, glycidyl, a monovalent radical of an 
aliphatic carboxylic acid having 2 to 18 carbon atoms, of a cycloaliphatic carboxylic acid 
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having 7 to 15 carbon atoms, or an a,p-unsaturated carboxylic acid having 3 to 5 carbon 
atoms or of an aromatic carboxylic acid having 7 to 15 carbon atoms, vi^here each carboxylic 
acid can be substituted in the aliphatic, cycloaltphattc or aromatic moiety by 1 to 3 -COOZ12 
groups, in vi^hich Z12 is H, Ci-C2oalkyl, Cs-Cisalkenyl, Cs-Crcycloallcyl, phenyl or benzyl; or 
R Is a monovalent radical of a carbamic acid or phosphorus-containing acid or a monovalent 
silyl radical; 

R, if m is 2, is C2-Ci2alkylene, C4-Ci2alkenyiene, xylylene, a divalent radical of an aliphatic 

dicarboxylic acid having 2 to 36 carbon atoms, or a cycloailphatic or aromatic dicarboxylic 

acid having 8-14 carbon atoms or of an aliphatic, cycloaiiphatic or aromatic dicarbamic acid 

having 8-14 carbon atoms, where each dicarboxylic acid may be substituted in the aliphatic, 

cycloailphatic or aromatic moiety by one or two -COOZ12 groups; or 

R is a divalent radical of a phosphorus-containing acid or a divalent silyl radical; 

R, if m is 3, is a trivalent radical of an aliphatic, cycloailphatic or aromatic tricarboxylic acid, 

which may be substituted in the aliphatic, cycloailphatic or aromatic moiety by 

-COOZ12, of an aromatic tricarbamic acid or of a phosphorus-containing acid, or is a trivalent 

silyl radical, 

R, if m is 4, is a tetravalent radical of an aliphatic, cycloaiiphatic or aromatic tetracarboxyltc 
acid; 

pis 1, 2 or 3, 

R401 is Ci-Ci2alkyl, Cg-Cycycloaikyl, Cy-CsaralkyI, C2-Ci8alkanoyl, Ca-Cgalkenoyl or benzoyl; 
when p is 1 , 

R402 is Ci-CisalkyI, Cs-Crcycloalkyl, C2-C8alkeny[ unsubstituted or substituted by a cyano, 
carbonyl or carbamide group, or is glycidyl, a group of the formula -CH2CH(OH)-Z4 or of the 
formula -CO-Z4- or -CONH-Z4 wherein Z4 is hydrogen, methyl or phenyl; or 
when p is 2, 

R402 is C2-Ci2alkylene, Ce-Ciz-arylene, xylylene, a -CH2CH(OH)CH2-0-B-0-CH2CH(OH)CH2- 
group, wherein B is C2-Cioalkylene, Ce-Cisarylene or C6-Ci2cycloalkylene; or, provided that 
R401 is not alkanoyi, atkenoy! or benzoyl; or 

R402 is a divalent acyl radical of an aliphatic, cycloaiiphatic or aromatic dicarboxylic acid or 
dicarbamic acid, or is the group -CO-; or 

R401 and R402 together when p is 1 can be the cyclic acyl radical of an aliphatic or aromatic 
1,2- or 1,3-dicarboxylic acid; or 
R402 is a group 
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where T? and Ts are independently hydrogen, alkyi of 1 to 18 carbon atoms, or T? and Ta 
together are alkylene of 4 to 6 carbon atoms or 3-oxapentamethylene; 

when p is 3, 

R402 is 2,4,6-trlazinyl; 

or wherein in formula (XLa) or (XLb) 

R301, R302, f^303 and R304 independently of each other are Ci-C4alkyl, which is unsubstituted or 
substituted by OH, or a group -O-C(O)-R305, or R301 and R302 and/or R303 and R304 together 
with the linking carbon atom form a Cs-CecycloalkyI radical; 
R306 is hydrogen or Ci-C4alkyl. 

R306 and R3Q7 independently are hydrogen, methyl or ethyl; 
Zi Is O or NR308; 

Q4 is a direct bond or a divalent radical CH2, CH2CH2, CH2-CH2-CH2, C(0), CHjCCO) or CHj- 
CH-CH3; 

R308 is hydrogen, Ci-C4alkyl, Ci-C4alkyl \fl^ich is substituted by OH, or benzyl. 

13. A compound according to claim 11, wherein In formula (XXXA), (XXXB) or (XXXO) G^ 
and G3 are methyl and G2 and G4 are ethyl or propyl, or Gi and G2 are methyl and G3 and G4 
are ethyl or propyl. 

14. A compound according to claim 1 1 , wherein in formula (XXXA) Gi and G3 are methyl and 
G2 and G4 are ethyl or propyl, or Gi and G2 are methyl and G3 and G4 are ethyl or propyl, 
one of G5 and Ge Is hydrogen and the other is methyl or both are hydrogen, m is 1 and R is 
Ci-Ci8alkyl or the monovalent radical of a Cs-Ciecarboxyiic acid. 

15. A compound according to claim 1 1 wherein in formula (XLa) and (XLb) at least two of 
R301, R302. R303 and R304 are ethyl, propyl or butyl and the remaining are methyl. 
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16. A compound of of formula (IV), (V), (VI) or (VII) 



R1 



R2 



-0-H A- 



R1 



R2 



-COY— Q, 



R1 



R2 



-C(0)Halogen 



(IV) 
R1 



R2 




(Vll) 



H 



-OH 



R3 



(V) 



(VI) 



wherein 

Ri. R2. R3 and A are as defined above; 
Y is O, NR3 or CR3-R4; 
Q3 is hydrogen or Ci-C4aikyl; and 
R4 Is hydrogen or halogen; 

with the proviso, that if In fomnula (V) Y is CR3R4 and R3, R4 and Q3 are hydrogen A is not a 
nitroxyl radical derived from 2,2,6,6-tatramethyl-piperidine. 



17. A polymerizable composition, comprising 

a) at least one ethylenlcally unsaturated monomer or oligomer, and 

b) a compound of formula (I), (II), (III), (IV); (V). (VI) or (Vll) according to claim 1 or 16. 

18. A polymerizable composition according to claim 1 , wherein b) is a compound of formula 
(I). (II) or (III). 



19. A polymerizable composition according to claim 17, wherein the ethylenlcally unsaturated 
monomer or oligomer is selected from the group consisting of ethylene, propylene, n- 
butylene, i-butylene, styrene, substituted styrene, conjugated dienes, acrolein, vinyl acetate, 
vinylpyrrolidone, vinylimidazole, maleic anhydride, (alkyl)acrylic acidanhydrides, (alkyl)acryllc 
acid salts, (alkyl)acryiic esters, (meth)acrylonitriles, (alkyl)acrylamides, vinyl h-^lides or 
vinyiidene halides. 
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20. A process for preparing an oligomer, a cooligomer, a polymer or a copolymer (block or 
random} by free radical polymerization of at least one ethylenically unsaturated monomer or 
oligomer, which comprises (co)polymerizing the monomer or monomers/oligomers in the 
presence of an initiator/regulator compound of formula (I), (II), (III), (IV) or (V) according to 
claim 1 or 16 under reaction conditions capable of effecting scission of the O-C bond to form 
two free radicals, the -C radical being capable of initiating polymerization. 

21 . A process according to claim 20, wherein the scission of the O-C bond is effected by 
ultrasonic treatment, heating or exposure to electromagnetic radiation, ranging from y to 
microwaves. 

22. A process according to claim 20, wherein the scission of the O-C bond is effected by 
heating and takes place at a temperature of between 50°C and 160°C. 

23. A process according to claim 20, wherein a cooligomer or copolymer of star, comb or 
block structure is prepared. 

24. A process according to claim 20. wherein the compound of formula (I), (11), (III), (IV), (V), 
(VI) or (VII) is present in an amount of from 0.01 to 30 mol % based on the monomer or 
monomer mixture. 

25. A oligomer, cooligomer, polymer or copolymer prepared by a process according to claim 
20. 

26. Use of a compound of formula (I) (II), (III), (IV), (V), (VI) or (VII) according to claim 1 or 
16 for the polymerization of ethylenically unsaturated monomers. 
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prosecute this application and to transact all business In the Patent and Trademark Office 
connected therewith: 
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Address all correspondence associated with Customer No. 000324 to Ciba Specialty 
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thereon. 
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